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(54) Ink jet recording material 

(57) An ink jet recording material having excellent 
smoothness and gloss and capable of recording thereon 
ink images having high color density clarity, water re- 
sistance and sharpness comparative to the silver salt 
photographic images has a recording stratum formed on 
a substrate and comprising a single ink receiving layer 
or a plurality of ink receiving layers superposed on each 



other and containing a pigment and a binder, at least 
one ink receiving layer containing fine particles of at 
least one pigment selected from silica, aluminosilicate, 
and a-, 9-, 5- and y-aluminas and having an average par- 
ticle size of 1 u.m or less and optionally a light resistance- 
enhancing agent for images including at least one of 
phenolic compounds, boric acid, borate salts and cyclo- 
dextrin compounds. 
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Description 

BACKGROUND OF THE INVENTION 
1. Field of the Invention 



SS?, LTJ, «T T ! T- r !' ateS t0 an ink jet reC0rdin9 material ca P able of recordi "9 "mages having a high 
color density, a h.gh clarity, a h,gh water-resistance, a high resistance to blotting of ink images due to a high humidity 
and optionally a h.gh res.stance to fading, and having a high surface smoothness and a high gloss. The ink jet recording 
matenal of the present invention enables sharp ink images, comparable to those of silver-salt photographic images 
to De recorded thereon. a ' 



2. Description of the Related Art 

'5 [0002] The ink jet recording system is a system for recording ink images by jetting ink droplets, cotesponding to 
ZTe ltd; C g ° r m e e d dir ard 9 rSCOrdin9 mSdiUm IO ° aUSe ^ Jetted ^ dr ° P,etS t0 be ^ — d • ^ewL, 
[0003] An Ink jet printer can easily effect multi-color recording on the recording medium and thus is now rapidly 

20 rnnnT g -r P h ° PUl Z' , * 0 ™ f ° r USe ' 95 a lext ' or P^ure-outputting machine for computers. 

[0004] The murt.-color recording system using the ink jet recording system can rapidly and accurately form compli- 
cated .mages-and the quality (color density and clarity) of the recorded colored images is comparable to the quality of 
color .mages formed by a conventional printing system using a printing plate or by conventional color photography In 

Ld Jnt? I 6 Z re ? rdin9 SyStSm iS UtMiZed f ° r 3 Sma " nUmber 0f P rints ' the ink J et ^ing system is 

advantageous .n that the cost for recording is lower than the printing cost of a conventional printing system or a con- 
ventual photography printing system. The progress in the accuracy and color quality of the printer and an increase 
m the pnnt.ng speed of the printer require the printing media to have an enhanced performance. High gloss is required 
and also smce the ,nk for the ink jet recording system contains a large amount of water or another liquid medium 
parfcularly a liquid medium having a high boiling temperature to prevent a blocking of the ink jet nozzle heads and' 

ritrT 9 ^ 

h ' h t C ^ VS ? r ! C ° 9 mat6rial iS disadva "ta3e°us in that the ink images are blotted with the lapse of time 
and the stabilization of the color tone of the printed ink images is difficult 

[0005] To enhance the resistance of ink images printed on an image recording stratum to moisture, a plurality of 

no iIZm^hw f t " T \ eXamP ' e ' ° nS 3ttempt ' 3 Unif0rm aqueous solution or an emulsi °n 'atex of a cationic 

«n 2 Z T, I ° r, J" an ° ther attSmpt ' finS S0,id Partides havin 3 a cationic surfac e charge (for example 

alumina particles or cation-modified silica particles are added to the ink. 

[0006] For example, Japanese Unexamined Patent Publication No. 60-46,288 discloses an Inkjet recording method 
using a recording material comprising an ink containing a specific dye and a polyamine, etc. Also, Japanese Unexam- 
ined Patent Publ.cat.on No. 63-162,275 discloses an Inkjet recording material comprising a ca ionic polymer and a 
cationic surfactant coated on or impregnated in a support. Further, use of fine inorganic cationic particles for example 

4 ISoTLd^r 0 "^ S " iCapamC ' eS iS known ' for exam P |e > Japanese Examined Patent Publication No' 
tl J and Japanese Unexammed Patent Publication No. 11-198,520. The attempts mentioned above relatively 
greatly contnbuted to enhancing the water resistance of the printed ink images. However, the enhancing effect on the 
^ l t ° bl °" in K g ° f * e ink ima 9 es du * to moisture is insufficient and, particularly, substantially no effect was found 
on stabilization of the color tone of the printed ink images within a short time 
45 [0007] To solve the above-mentioned problems, Japanese Unexamined Patent Publication No 10-157 277 discloses 
undeM^ ^ H h iT'T^i imaSe reC ° rdin9 StratUm iS f0rmed on an °P aque su PP° rt > the opaqueness of an 
under ZZ TnThifattem^; f h ^"l 8 " 0f ^ ^ and * white - lo -g pigment iscontained in the 

under layer Inthis attempt, smce the upper layer is formed transparent and the under layers is formed opaque the 
port.on of the dye of the ink absorbed in the under layer which dye may blot in the under layer, is hidden from sight in 
the opaque layer and thus cannot be recognized through the upper layer. In this attempt, a certain degree of effect is 
recogmzed, but the problems are not completely solved. Particularly, the dye absorbed and blotted in the under layer 
further spread into the upper layer with the lapse of time and as a final result, an ink image-blotting phenomenon 

Z P «V! ? ,°* * a ' 0ne ' * iS diffiCU,t t0 StabiNZe thS C °' or tone of the P rinted ink ima °es within a short time 

Part.cularly, for a spec.f.c use in which the stabilization of the color tone within a short time is required, for example 

the use of checking the color tone of ink images formed by an ink jet recording system for the purpose of proofreading 
of colored images of prints, the above-mentioned recording stratum is unsatisfactory. 9 
[0008] Currently, since digital cameras have become popular and ink jet printers using a photo-ink, capable of re- 
cordmg images having a high accuracy and having a low price are available, a demand of recording material capable 
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of recording thereon ink images having a high quality comparable to that of silver-salt photographic images is increased. 
Since the printers can record full-colored ink images at high speed with a high quality and accuracy, the recording 
material for the printers are also required to provide with further enhanced properties. Particularly, to use the ink jet 
recording system in place of the silver-salt photographic printing system, the ink jet recording materials are strongly 
5 required to have a high ink-absorbing rate, a high ink absorption capacity, a high roundness of dots, a high density of 
colored images, and high surface gloss and a smoothness comparable to those of silver salt photographic printing 
sheets. 

[0009] To realize the high clarity and color density of the ink images comparable to the silver-salt photographic image, 
the inventors of the present invention provided, in Japanese Unexamined Patent Publication No. 9-286,1 65, an ink jet 
10 recording material having at least one ink receiving layer comprising fine silica particles having an average primary 
particle size of 3 to 40 nm and an average secondary particle size of 10 to 300 nm, and water-soluble resin. The fine 
silica particles contribute to enhancing the color-forming property of the ink and the clarity and brightness of the printed 
images. 

[0010] Also, the use of the fine silica particles enables the printed images to exhibit a high color density and a high 
is quality (clarity). However, since the silica particles exhibit an anionic property, the resultant images formed from a 
cationic dye ink exhibit an unsatisfactory water resistance. Also, a cationization treatment of silica particles is difficult. 
Further, the silica particle-containing recording stratum is disadvantageous in that the resultant smoothness and gloss 
thereof, without a gloss-providing treatment, are insufficient. 

[0011] In another invention disclosed in Japanese Unexamined Patent Publication No. 10-193,776, an ink jet record- 
20 ing material having an ink-receiving and recording layer comprising fine silica particles having an average primary 
particle size of 20 u.m or less and a hydrophilic binder, is provided. Particularly, in this recording material, when fumed 
silica particles are used as the fine silica particles, a high gloss of the recording stratum can be obtained, and the ink 
exhibits a good color-forming property. However, the resultant gloss of the recording material is lower than that of the 
silver-salt photographic material. Also, the fumed silica particles are difficult to cationalization process. Further, the 
25 fumed silica particles are disadvantageous in that since the thixotropic property thereof is too high and thus the resultant 
coating liquid containing the fumed silica particles exhibits a poor stability in storage. 

[0012] Currently, various types of ink jet recording materials containing alumina hydrate particles are provided. For 
example, Japanese Unexamined Patent Publication No. 8-324,098 discloses a process for producing an ink jet record- 
ing material in which a coating liquid containing alumina hydrate particles dispersed by high speed aqueous streams 

30 is employed. When the alumina hydrate particles dispersed by the high speed aqueous streams are employed, a 
recording stratum having a high transparency can be formed, but this recording stratum is disadvantageous in that the 
dispersion of the alumina hydrate particles causes the ink-absorbing property of the recording stratum to be decreased. 
Also, the alumina hydrate particle-containing recording stratum is unsatisfactory in the color-forming property of the 
dye in the ink and thus clear and sharp images cannot be obtained. A plurality of inventions relating to ink jet recording 

35 materials containing alumina hydrate particles having a boehmite structure are provided. The alumina hydrate particles 
having the boehmite structure exhibit a high laminating property and enable a recording stratum having a high gloss 
and a high smoothness to be obtained. Also, the resultant recording stratum exhibits a high transparency and the 
images printed on the recording stratum have a high color density. However, this type of recording stratum has a low 
ink absorption and thus is difficult to use practically. Also, the alumina hydrate particle-containing recording stratum 

40 has an insufficient color-forming property for the dye of the ink and thus clear and bright colored images are not obtained 
on the recording stratum. 

[0013] Generally speaking, as a method of imparting a high gloss to a recording material, a method of smoothing a 
surface of a coating layer of the recording material by feeling the recording material to a smoothing apparatus, for 
example, a calender, and passing the recording material between a pair of pressing and heating rolls under pressure, 

45 is known. When only the above-mentioned conventional procedure is applied, the resultant gloss of the recording 
material is insufficient. Also, since the press-heating procedure causes the ink-absorbing pores formed in the coating 
layer to be decreased, as a result, the smoothed coating layer easily allows the printed ink images to be blotted. 
Particularly, in the current ink jet printing system, to form ink images having a photographic image-like tone but no 
roughened surface-like tone, printers having photo ink-jetting nozzles through which low concentration ink images are 

50 superposed on each other are mainly used. Thus, the recording material is required to have a further enhanced ink 
absorption. 

[0014] Various types of methods of forming an ink-receiving layer from an ink-absorbing polymeric material, for ex- 
ample, starch, gelatin, a water-soluble cellulose derivative, polyvinyl alcohol or polyvinyl pyrrolidone on a plastic film 
or a resin-coated paper sheet having a high gloss and a high smoothness, are known. The recording materials produced 
55 by the above-mentioned methods have a sufficiently high gloss. However, this type of recording materials exhibit a low 
ink absorption and a low ink-drying rate and, thus, the handling property of the recording material is insufficient, the 
ink is unevenly absorbed in the recording material, and the water-resistance and the resistance to curling of the re- 
cording material are insufficient. 



3 

2ID: <EP 1120281A1_L> 



EP 1 120 281 A1 



20 



25 



E o^L^r 6 ^ S °' Vin9 the above - m ention 6 d problems, Japanese Unexamined Patent Publications No 
2-274,587. No. 8-67,064. No. 8-118,790, No. 9-286,162 and No. 10-217,601 disclose a coating layer containing, as a 
mam component, super fine pigment particles. Among them, coating layers containing colloidal silica particles having 
a small particle size (disclosed in Japanese Unexamined Patent Publications No. 2-274,857 No 8-67 064 and No 
8-1 1 8,790 haye a high gloss and high water resistance. However, since the colloidal silica particles are primary' particles 
independent from each other and thus fine pores for absorbing the ink cannot be formed between the particles and 
the ink-absorbing properties of the coating layers are unsatisfactory for practical use 

[001 6] Also, Japanese Unexamined Patent Publication No. 2-43,083 discloses a recording material having a surface 
layer compris.ng, as a main component, an aluminum oxide and an under layer having an ink absorbing property as 
a recording material having a high resistance to fading of the recorded images, because the dye for the images is 
electrically bonded with the aluminum oxide particles and thus exhibits a high resistance to decomposition 
[0017] As mentioned above, the ink jet recording system in which an aqueous ink is jetted imagewise in the form of 
fine droplets through fine nozzles toward a recording material and ink images are formed on the surface of the recording 
material is advantageous in that the printing noise is low, full colored images can be easily formed, a high speed 
recording can be effected, and the recording cost is cheaper than that of other conventional recording systems Thus 
the ink jet recording system is widely employed as an output terminal printer, as a printer for facsimile machines plotters 
and as a printing system for notebooks, slips and tickets. 

[0018] Due to the fact that the use of the printers is rapidly expanding, the accuracy and minuteness of the printed 
images have improved, the printing speed has increased and that digital cameras have been developed, the recording 
materials are required to have improved properties. Namely, a recording materials having a high ink-absorbing property 
a high color density of recorded images, a high water resistance, a high light resistance, and a quality (clarity) and 
durability of the recorded images comparative to those of the silver-salt type photographic sheets, are in strong demand 
Further, to obta.n a photographic tone image, the recording material surface must have a high gloss 
[0019] As a recording sheet having a high surface gloss, a cast-coated paper sheet produced by contacting a wetted 
coating layer of the recording sheet with a mirror-finished peripheral surface of a heating drum under pressure and 
drying the coating layerto transfer tho mirror-like surface to the coating layersurface, is known. The cast-coated paper 
sheet has a higher surface gloss, a more superior surface smoothness, and a more excellent printing effect than those 
of the conventional super calender-finished coating sheet, and thus is mainly used for high quality prints However 
when the cast-coated paper sheet is used as an ink jet recording material, various problems occur 
[0020] Namely, the conventional cast-coated paper sheet generally exhibits a high gloss when the mirror-finished 
surface of the cast-coater drum is copied by the film-forming material, for example, a binder, contained in a pigment- 
conta.n.ng composition from which the coating layer is formed. However, the film-forming material contained in the 
coating layer causes the porosity of the coating layer to be decreased or lost, and the ink-absorption of the coating 
aver when an ink jet recording procedure is applied thereof is significantly reduced. To improve the ink-absorption of 
he coatmg layer, it is important that a porous structure is formed in the cast-coating layerto cause the resultant coating 
layerto exhibit an enhanced ink-absorbing property. For this effect, it is necessary to decrease the film-forming property 
of the recording stratum. However, the decrease in the content of the film-forming material in the recording stratum 
creates a such a problem that the white sheet gloss of the resultant recording stratum decreases. As mentioned above 

40 ZS^sJ^o^T^" ^ b ° th SUrfaCe 9,OSS j6t reC ° rdin9 Pr ° perty ° f the ^'-coating 

[0021] As means for solving the above-mentioned problem, Japanese Unexamined Patent Publication No 7-89 220 
discloses that a cast-coated paper sheet having both excellent gloss and ink-absorbing property and thus useful for 
Inkjet recording system can be produced by the steps of coating a coating liquid comprising, as a principal component 
a composition of a copolymer having a gloss-transition temperature of 40»C ormoreon a paper sheet having a recording 
stratum comprising as principal components, a pigment and a binder, to form a coating layer for casting- and while the 
coating layer is kept in a wetted condition, bringing the wetted coating layer into contact with a heated casting surface 
of a casting drum under pressure, and then drying the coating layer to impart a high smoothness to the casting layer 
surface. Further, Japanese Unexamined Patent Publications No. 2-274,587 and No. 1 0-250,21 8 disclose a cast-coated 
recording stratum containing super-fine inorganic colloidal particles. 

so [0022] As mentioned above, currently, due to the development of high speed ink jet recording system, high accuracy 
and quality of the ink jet recorded images and full color recording system, on improvement in clarity, color density and 
storage durability of the recorded images is required of the Inkjet recording material. For example, an ink jet recording 
material having a high recording quality and storage durability comparable to those of the silver-salt type photographic 
recording sheet is required. The above-mentioned prior art recording materials are insufficient to satisfy the above- 
mentioned requirements. Particularly, the conventional ink jet recording sheets having excellent gloss and a superior 
Inkjet recording aptitude are not always satisfactory in resistance to fading of the printed ink images upon being exposed 
to sunlight or room light (for example, fluorescent lamp light). This problem has not yet been solved 
[0023] Regarding this problem, many attempts have been made to enhance the light resistance of the printed images 
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by applying a light resistance-enhancing material to the ink jet recording sheets. For example, Japanese Unexamined 
Patent Publication No. 57-87,988 discloses an ink jet recording sheet containing, as at least one component, an ultra- 
violet ray-absorber. Japanese Unexamined Patent Publication No. 61-146,591 discloses an ink jet recording medium 
for recording colored images thereon with an aqueous ink containing a water-soluble dye, characterized in that the 
5 recording medium contains a hindered amine compound. Japanese Unexamined Patent Publication No. 4-201,594 
discloses an ink jet recording material comprising a base material and an ink receiving layer formed on the base material 
and characterized in that the ink receiving layer contains super fine particulates of a transition metal compound. The 
recording materials mentioned above exhibit a certain light resistance-enhancing effect. However, they are insufficient 
in the ink-absorbing property and disadvantageous in that, with respect to the light resistance, the color balance of the 

io faded images is unsatisfactory. 

[0024] Japanese Unexamined Patent Publication No. 1 -241 ,487 discloses an aqueous ink recording material having 
a coating formed on a base sheet surface and comprising 100 parts by weight of a resin binder comprising polyvinyl 
alcohol and a cationic, water-soluble resin and 0. 1 to 30 parts by weight of a light-resistance-enhancing agent consisting 
of a compound having phenolic hydroxyl groups. This recording sheet is, however, unsatisfactory in the light resistance- 

15 enhancing effect thereof. Also, Japanese Unexamined Patent Publication No. 8-132,727 discloses an ink receiving 
layer comprising a metal complex of polyvinyl alcohol with calcium chloride, and Japanese Unexamined Patent Pub- 
lication No. 9-290,556 discloses an ink jet recording sheet having a support and magnesium sulfate in a dry amount 
of 0.2 to 2.0 g/m 2 attached to the support. The recording sheets mentioned above exhibit a relatively good color balance 
of faded colored images, but the retention in color density of the images after fading is insufficient, and thus these 

20 recording sheets are not usable in practice. 

[0025] Japanese Unexamined Patent Publication No. 10-193,776 discloses an Inkjet recording material character- 
ized by containing at least one member selected from image-stabilizing agents and ultraviolet ray absorbers, as a fade- 
preventing agent. However, it was found that certain fade-preventing agents degrade the ink-absorbing property of the 
recording material, and generally, the light resistance of the resultant recording materials is insufficient. 

25 [0026] Japanese Unexamined Patent Publications No. 11-20,306 and No. 11-192,777 respectively disclose an ink 
jet recording sheet having an ink receiving layer containing, as a cross-linking agent, boric acid or borax, forthe purpose 
of enhancing the water resistance of the ink receiving layer. This type of ink receiving layer is not satisfactory in both 
gloss and light resistance. Japanese Unexamined Patent Publication No. 2000-73,296 discloses a paper sheet having 
a porous layer containing borax and thus exhibiting a decreased change in form (curling form) due to change in the 

30 environmental conditions. However, this type of the paper sheet is unsatisfactory in the gloss thereof. 

[0027] Japanese Unexamined Patent Publication No. 11-263,065 discloses a mat-type ink jet recording sheet pro- 
vided with an ink receiving layer comprising cyclodextrin, and thus has excellent reproducibility of dots, resolving power 
of images, color-reproducibility of images, color-forming property of ink and pigment ink-applicability. Also : Japanese 
Unexamined Patent Publication No. 11-286,172 discloses a recording sheet provided with an ink receiving layer con- 

35 taining cyclodextrin which causes the light resistance of the recorded images to be enhanced. However, the recording 
sheets mentioned above are unsatisfactory in the gloss thereof. 

SUMMARY OF THE INVENTION 

40 [0028] An object of the present invention is to provide an ink jet recording material capable of recording thereon ink 
images having excellent color density, clarity, water-resistance and resistance to blotting, and a superior sharpness 
comparable to that of silver-salt photographic images, and having high surface smoothness and gloss. 
[0029] Another object of the present invention is to provide an ink jet recording material having a high gloss and 
excellent ink jet recording properties, such as color density and clarity of ink images, and capable of recording ink 

45 images having a high light-resistance. 

[0030] The above-mentioned objects can be attained by the ink jet recording material of the present invention which 
comprises: 

a substrate and an image-recording stratum, located on at least one surface of the substrate, formed from at least 
so > one ink receiving layer and comprising a binder and a plurality of pigment particles dispersed in the binder, 

at least one ink receiving layer of the image-recording stratum comprising fine particles of at least one pigment 
selected from the group consisting of silica, aluminosilicate and a-, 6-, 5- and y-aluminas and having an average 
particle size of 1 um or less. 

55 [0031] In the ink jet recording material of the present invention, preferably, at least one ink receiving layer of the 
image-recording stratum comprises fine particles of at least one silica compound selected from the group comprising 
silica and aluminosilicate and fine particles of at least one alumina compound selected from the group consisting of 
a . t e_ f 5_ anc j -^aluminas, and the fine particles of the silica compound and the fine particles of the alumina compound 
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respectively have an average particle size of 1 jxm or less. 

[0032] In the ink jet recording material of the present invention, the fine particles of the alumina compounds are 
preferably in the form of secondary particles having an average secondary particle size of 500 nm or less, and consisting 
of a plurality of primary particles agglomerated with each other. 

[0033] In the ink jet recording material of the present invention, the fine particles of the alumina compounds preferably 
have a BET specific area of 1 80 to 300 m 2 /g. 

[0034] In the ink jet recording material of the present invention, the fine particles of the alumina compounds preferably 
have a BET specific area of 50 to 300 m 2 /g and a pore volume of 0.2 to 1 .0 ml/g. 

[0035] In the ink jet recording material of the present invention, the fine particles of the alumina compounds are 
preferably selected from rod-shaped fine particles of 5- and y-aluminas having an average particle length of 300 nm 
or less. 

[0036] In the ink jet recording material of the present invention, the fine particles of the alumina compounds are 
preferably a product of hydrolysis of an aluminum alkoxide and have an Al 2 0 3 content of 99.99% by weight or more 
[0037] In the ink jet recording material of the present invention, the fine particles of the alumina compounds are 
15 preferably fine particles of fumed alumina. 

[0038] In the ink jet recording material of the present invention, the fine particles of at least one silica compound 
selected from the group consisting of silica and aluminosilicate contained in the ink image-recording layer are preferably 
formed from an aqueous slurry containing secondary particles having a average secondary particle size of 500 nm or 
less, each of the secondary particles consisting of an agglomerate of a plurality of primary particles having an average 
20 primary particle size of 3 to 40 nm with each other. 

[0039] In the ink jet recording material of the present invention, the fine particles of silica are preferably fine particles 
of fumed silica. 

[0040] In the Inkjet recording material of the present invention, preferably, the fine silica compound particles and the 
fine alumina compound particles are respectively products obtained by subjecting aqueous dispersions containing 
particles of materials for the silica compounds and the alumina compounds, to pulverization procedures using pulver- 
ization and dispersion means under pressure selected from homogenizers under pressure, ultrasonic homogenizers 
and high speed stream -impacting homogenizers, to such an extent that the pulverization products have an average 
particle size of 1 urn or less. 

[0041] In the ink jet recording material of the present invention, the image-recording stratum preferably has at least 
one ink receiving inside layer formed on the substrate and an ink receiving outermost layer formed on the outer surface 
of the ink receiving inside layer. 

[0042] In the ink jet recording material of the present invention, the ink receiving inside layer of the image-recording 
stratum preferably contains fine particles of gel-method silica, and the ink receiving outermost layer preferably contains 
fine pigment particles of at least one member selected from the group consisting of the silica compounds and of the 
35 alumina compounds. 

[0043] In the ink jet recording material of the present invention, the fine pigment particles contained in the ink receiving 
outermost layer are preferably secondary particles having an average secondary particle size of 800 nm or less and 
each consisting of a plurality of primary particles having an average primary particle size of 3 to 50 nm and agglomerated 
with each other to form secondary particles. 
40 [0044] In the Inkjet recording material of the present invention, the fine pigment particles contained in the ink receiving 
outermost layer are preferably fine fumed silica particles. 

[0045] In the ink jet recording material of the present invention, the ink receiving outermost layer optionally further 
contains a cation ic compound. 

[0046] In the ink jet recording material of the present invention, the ink receiving outermost layer is preferably one 
45 formed by coating a coating liquid prepared by subjecting a mixture of the fine pigment particles and the cationic 
compound to a mechanical mix-dispersing procedure, on a substrate surface; and drying the coated coating liguid 
layer on the substrate surface. " " 

[0047] In the ink jet recording material of the present invention, the fine silica particles contained in the ink receiving 
inside layers are preferably porous particles each having a plurality of fine pores having an average pore size of 20 
50 nm or less. 

[0048] In the ink jet recording material of the present invention, the substrate preferably exhibits a non-absorbing 
property for aqueous liquids. 

[0049] In the ink jet recording material of the present invention, it is preferable that at least one ink receiving inside 
layer is formed from an aqueous coating liquid containing the fine pigment particles and a binder on the substrate and 
55 the ink receiving outermost layer is formed from an aqueous coating liquid containing the fine pigment particles and 
binder on an outermost surface of the ink receiving inside layer, 

the ink receiving outermost layer being formed in such a manner that the aqueous coating liquid for the ink 
receiving outermost layer is coated on the aqueous coating liquid layer for the ink receiving inside layer adjacent to 
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the ink receiving outermost layer, before the aqueous coating liquid layer is dried, and the both the aqueous coating 
liquid strata for the ink receiving outermost layer and the ink receiving inside layer are simultaneously dried, to thereby 
enhance the ink image-receiving property and the surface smoothness of the image-recording stratum. 
[0050] In the ink jet recording material of the present invention, the substrate is preferably formed from an air-imper- 
5 meable material 

[0051] In the ink jet recording material of the present invention, the air-impermeable material for the substrate is 
preferably selected from laminate paper sheets comprising a support sheet consisting of a paper sheet and at least 
one air-impermeable coating layer formed on at least one surface of the support sheet and comprising a polyolefin resin. 
[0052] In the ink jet recording material of the present invention, the ink receiving outermost layer optionally further 
10 comprises a cationic compound. 

[0053] In the ink jet recording material of the present invention, the ink receiving outermost layer preferably exhibits 
a 75° specular surface gloss of 30% or more. 

[0054] In the ink jet recording material of the present invention, the ink receiving inside layer and the ink receiving 
outermost layer are preferably formed in such a manner that the coating procedure of the coating liquid for the ink 
is receiving inside layer onto the substrate and the coating procedure of the coating liquid forthe ink receiving outermost 
layer onto the adjacent ink receiving inside layer are substantially simultaneously carried out through a plurality of 
coating liquid-feeding slits of a multi-strata-coating apparatus. 

[0055] In the ink jet recording material of the present invention, the simultaneous multi coating apparatus is preferably 
selected from multi coating slot die coaters, multi coating slide die coaters, and multi coating curtain die coaters. 

20 [0056] In the ink jet recording material of the present invention, the ink receiving inside layer and the ink receiving 
outermost layer are preferably formed by such a manner that the coating procedure of the coating liquid for the ink 
receiving inside layer onto the substrate and the coating procedure of the coating liquid forthe ink receiving outermost 
layer onto the adjacent ink receiving inside layer are successively carried out through a plurality of coating liquid-feeding 
slits of a plurality of coating apparatuses located independently from each other. 

25 [0057] In the ink jet recording material of the present invention, the independent coating apparatuses are preferably 
selected from slot die coaters, slide die coaters and curtain die coaters each having a single coating liquid-feeding slit. 
[0058] In the ink jet recording material of the present invention, the at least one ink receiving layer of the image- 
recording stratum comprising the binder and the fine pigment particle of at least one pigment selected from the group 
consisting of silica, aluminosilicate and a-, 6-, 5 and y-aiuminas and having an average particle size of 1 u,m or less, 

30 optionally further comprises a light resistance-enhancing agent for images comprising at least one member selected 
from the group consisting of phenolic compounds, boric acid, borate salts and cyclodextrin compounds. 
[0059] In the ink jet recording material of the present invention, it is preferable that the image-recording stratum 
comprises a plurality of ink receiving layers superposed on each other, that an ink receiving layer located outermost 
of the image-recording stratum comprises the fine pigment particles and the binder, 

35 and that at least one ink receiving layer in the image-recording layer contains an image light resistance-enhancing 

agent comprising at least one member selected from the group consisting of phenolic compounds, boric acid, borate 
salts and cyclodextrin compounds. 

[0060] In the Inkjet recording material of the present invention, the fine pigment particles contained in the ink receiving 
layer containing the image light resistance-enhancing agent are preferably in the form of secondary particles having 
40 an average secondary particle size of 1 jxm or less and each consists of a plurality of primary particles having an 
average primary particle size of 3 to 40 nm agglomerated with each other. 

[0061] In the ink jet recording material of the present invention, the phenolic compounds are preferably selected from 
the group consisting of hydroquinone compounds, pyrocatechol compounds and phenolsulfonic acid compounds. 
[0062] In the ink jet recording material of the present invention, the cyclodextrin compounds are preferably selected 
45 from the group consisting of 

a-cyclodextrins, 
p-cyclodextrins, 
y-cyclodextrins, 
so alkylated cyclodextrins, 

hydroxyalkylated cyclodextrins, and 
cation-modified cyclodextrins. 

[0063] In the ink jet recording material of the present invention, the cyclodextrin compounds are preferably y-cyclo- 
55 dextrins. 

[0064] In the ink jet recording material of the present invention, the image light resistance-enhancing agent is pref- 
erably contained in the ink receiving layer by coating the ink receiving layer with a solution of the image light resistance- 
enhancing agent and drying the coated solution. 
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[0065] In the ink jet recording material of the present invention, the content of the image light resistance enhancing 
agent in the ink receiving layer is preferably 0.1 to 10 g/m 2 . 

[0066] In the ink jet recording material of the present invention, the fine pigment particles are preferably fine particles 
of at least one member selected from fumed silica, amorphous silica, aluminas and alumina hydrates. 
5 [0067] In the ink jet recording material of the present invention, the fumed silica particles are preferably in the form 
of secondary particles having an average secondary particle size of 300 nm or less and each consisting of a plurality 
of primary particles having a primary particle size of 3 to 50 nm and agglomerated with each other 
[0068] In the ink jet recording material of the present invention, the ink receiving layer comprising the fine pigment 
particles and the binder optionally further comprises a cationic compound. 
10 [0069] In the ink jet recording material of the present invention, the binder preferably comprises at least one member 
selected from the group consisting of water-soluble polymeric compounds, latices of copolymers of conjugated diene 
compounds, latices of vinyl copolymers, water-dispersible acrylic resins, water-dispersible polyester resins and water- 
dispersible polyurethane resins. 

[0070] In the ink jet recording material of the present invention, the binder preferably comprises at least one member 
selected from the group consisting of polyvinyl alcohol, partially saponificated polyvinyl alcohols, acetacetylated poly- 
vinyl alcohols, silyl-modified polyvinyl alcohols, cation-modified polyvinyl alcohols, and anion-modified polvvinvl alco- 
hols. 

[0071] In the ink jet recording material of the present invention, the substrate is preferably formed from a ink-nonab- 
sorbing material. 

20 [0072] In the ink jet recording material of the present invention, the surface of the image-recording stratum preferably 
has a 75° specular gloss of 30% or more. 

BRIEF DESCRIPTION OF THE DRAWINGS 

25 [0073] 

Fig. 1 shows an explanatory cross-sectional view of an embodiment of multi-coating slot die coaters for producing 
the ink jet recording material of the present invention, 

Fig. 2 shows an explanatory cross-sectional view of an embodiment of multi-coating slide die coaters for producing 
30 the ink jet recording material of the present invention, and 

Fig. 3 shows an explanatory cross-sectional view of an embodiment of multi-coating curtain die coaters for pro- 
ducing the ink jet recording material of the present invention. 



35 
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DESCRIPTION OF THE PREFERRED EMBODIMENTS 



[0074] The ink jet recording material of the present invention can record thereon ink images having high color density, 
clarity, water resistance, moisture resistance and resistance to blotting of the ink and has a high surface smoothness 
and a satisfactory gloss. Particularly, the ink images recorded on the ink jet recording material of the present invention 
are comparable in sharpness and clarity to the silver-salt type photographic images. 
40 [0075] Generally, a recording stratum formed by coating a dispersion liquid containing pigment particles having an 
average particle size of 1 u.m or more on a substrate has an unsatisfactory transparency and surface smoothness and 
thus it is difficult to produce a recording stratum capable of recording thereon ink images having a high color density, 
and having a high surface gloss, from the above-mentioned pigment dispersion liquid. However, the problem can be 
solved by forming a recording stratum containing fine particles of a specific pigment comprising at least one member 
45 selected from silica, alumninosilicate and a, 0, 6 and y-aluminas on the substrate. Particularly, by using fine particles 
of at least one alumina compound selected from the group consisting of a-, e-, 6- and y-aluminas and having an average 
particle size of 1 urn or less, a recording stratum having a high gloss, a high smoothness and a high water resistance 
of printed images can be formed. Also, by employing a fine particles of at least one silica compound selected from the 
group consisting of silica and alumninosilicate, a recording stratum capable of recording thereon colored images having 
a bright color tone and a high clarity can be obtained. Particularly, a utilization of fine particles of at least one alumina 
compound selected from the group consisting of a-, 8-, 5and y-aluminas and having an average particle size of 1 u,m 
or less, enables the resultant recording stratum having a high gloss and a high smoothness and capable of recording 
ink images having a high water resistant to be formed. Also, use of fine particles of at least one silica compound selected 
from the group consisting of silica and aluminosilicate enables a resultant recording stratum capable of enhancing the 
55 color-forming property of the ink and of recording ink images having a high sharpness and brightness to be formed. 
Therefore, in the recording stratum of the ink jet recording material of the present invention, at least one ink receiving 
layer contains both fine particles of at least one silica compound selected from silica and alumninosilicate and fine 
particles of at least one alumnia compound selected from a-, 8- and y-aluminas, the silica compound fine particles 
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and the alumina compound fine particles respectively have an average particle size of 1 jim or less. 
[0076] With respect to the alumnina compound, it is known from, for example, Electrochemistry, vol. 28, page 302, 
FUNAKI AND SHIMIZU, "Alumina Hydrate and Alumnina", the section of "Examples of thermal changes of alumina 
hydrates", that when aluminum hydroxide; for example, gibbsite, Bayerite or boehmite is heated, the crystal form of 
5 the alumina compound is changed in the manner of x-^k-xx, y-»8->6-mx, "n^e-*a, p-rn->e->a or y— >G^a, through 
various intermediate forms and finally to a-alumina form; while increasing the particle size thereof. Also, when an 
aluminum salt, for example, aluminum chloride, aluminum sulfate, or aluminum nitrate is thermally decomposed, the 
amorphous alumina can be changed to a-alumina through intermediate y-, 6- or 6-alumina. This change (transition) is 
disclosed, for example, in "MINERALOGY JOURNAL" vol. 19, No. 1 , pages 21 and 41 . The alumina compound con- 
10 tained in the ink jet recording material of the present invention is selected from a-, 6-, 5- and y-aluminas and has an 
average particle size of 1 urn or less. There is no limitation to the particle form of the fine alumnina compound particles. 
In view of the gloss and the smoothness of the resultant recording stratum, it is preferable that the recording stratum 
is formed from an aqueous slurry of secondary particles of the alumnina compound having a particle size of 500 nm 
or less. Preferably, the fine particles of the alumnina compounds usable for the present invention has a BET specific 

15 area of 180 to 300 m 2 /g, more preferably 190 to 280 m 2 /g, still more preferably 190 to -250 m 2 /g. If the BET specific 
area of the alumina compound fine particles is less than 1 80 m 2 /g, the resultant color density of the ink images recorded 
on the recording stratum may be insufficient, and if the BET specific area is more than 300 m 2 /g, the resultant recording 
stratum may exhibit an insufficient ink absorption. Also, in the alumina compound fine particles, preferably, the BET 
specific area is in the range of from 50 to 300 m 2 /g, and the pore volume is in the range of from 0.2 to 1 .0 ml/g, more 

20 preferably, the BET specif ic area is from 1 00 to 280 m 2 /g and the pore volume is from 0.3 to 0.9 ml/g, still more preferably 
the BET specific area is from 150 to 250 m 2 /g and the pore volume is from 0.4 to 0.8 ml/g. In this case, when the BET 
specific area of the alumina compound fine particles is less than 50 m 2 /g. the color density of the recorded ink images 
on the resultant recording stratum may be extremely low, and if the BET specific area is more than 300 m 2 /g, the 
resultant recording stratum may exhibit an insufficient ink absorption. Also, if the pore volume is less than 0.2 ml/g, the 

25 resultant recording stratum may exhibit an insufficient ink absorption, and if the pore volume is more than 1 .0 ml/g, the 
resultant recording stratum may have an insufficient transparency, a significantly low color density of the recorded ink 
images, and a very unsatisfactory gloss. The fine particles of the alumina compounds usable for the present invention 
are more preferably selected from rod-shaped fine particles of 5and y-aluminas, and the average particle length of the 
rod-shaped particles is preferably 300 nm or less, more preferably 100 nm or less. The above-mentioned secondary 

30 particles of the alumnina compounds exhibit a good dispersing property in an aqueous slurry thereof. Particularly, the 
use of fine alumnina compound particles produced by a hydrolysis of an alumninum alkoxide and having an Al 2 0 3 
content of 99.99% or more, or fine fumed alumina particles, enables a recording stratum having a high gloss and a 
high smoothness to be realized. The fumed alumina is produced by hydrolyzing a starting material consisting of alu- • 
minum tetrachloride in the presence of water generated by an oxygen-hydrogen reaction. 

35 [0077] As long as the silica compound is in the form of fine particles having an average particle size of 1 ujn, the 
silica compound fine particles can be used for the present invention without limitation in the type and form of the 
particles. 

[0078] The silica particles are generally produced by the following methods. 

40 (1) Combustion method (for example, REOLOSIL (trademark) made by TOKUYAMA, AEROSIL (trademark) made 

by DEGUSSA, NIHON AEROSIL, CAB-O-SIL (trademark) made by CABOT), 

(2) Heating method (for example, FRANSIL (trademark) made by FRANSOL), and ARC SILICA (made by PPG 

IND.), 

(3) Aerogel method (for example, SANTOCEL (trademark) made by MONSANT), 

45 (4) Flame spraying method (for example, EXCELICA (trademark) made by TOKUYAMA), 

(5) Precipitation method (for example, TOKUSIL (trademark) made by TOKUYMA, SOLEX (trademark) made by 
TOKUYAMA, HI-SIL (trademark) made by PPG IND., ULTRASIL (trademark) made by DEGUSSA, NIPSIL (trade- 
mark) made by NIHON SILICA KOGYO, CARPLEX (trademark) made by SHIONOGI SEIYAKU, FINESIL (trade- 
mark) made by TOKUYAMA, and MIZUKASIL (trademark) made by MIZUSAWA KAGAKU-KOGYO), 

so (6) Gel method (for example, SYLOID (trademark) made by GRACE, and SYLYCIA (trademark) made by FUJI- 

SYLYCIA KAGAKU), 

(7) Sol method (for example, SNOWTEX (trademark), made by NISSAN KAGAKU), and 

(8) Sol-Gel method (for example, spherical silica, made by TOKUYAMA). 

55 [0079] The dry methods (fumed silica) include the methods (1) and (2), and the wet methods include the methods 
(5) to (8). They are different in the starting materials and the procedures from each other, and in accordance with the 
methods, the resultant silicas are different in properties from each other. 

[0080] The silica of the combustion method is produced by a combustion of silicon tetrachloride with oxygen and 
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m a tI° 9 ! n T-I I T meth ° dS pr ° dUCed by USing Silicon dioxide < Si °2>< main 'V- silica ^nd. as a starting 

material The amorphous silica of the gel method is produced, for example, by the procedures of producing a silicic 

aci^alwin^'th?^ "I f 3te P :° d r ed fr ° m 8 Starting materia ' C ° nSiStin9 ° f 3 ni9h P urt * silica sand wl£ sulfuric 
acid, allowing the silicic acid to gradually polymerize, and to form primary particles, and the primary particles to three- 

d.mensionally agglomerate with each other to form agglomerates, and finally to form a gel; and finely pulverizing the 

sihca gel to provide fine silica particles. Namely, in the gel method, the reaction and polymerization are effected under 

and acidic condition; the resultant polymerization product is left to stand until the resultant product is converted to a 

gel in a sherbet-hke state; and the gel is washed with water and dried to provide amorphous silica. In the gel method 

silica particles the size of fine pores formed between the primary particles is small, but in the precipitation method 

silica particles, the fine pores size is large. The precipitation method amorphous silica is produced by carrying out the 

S^VpC^lSr"" " a,ka "' ne C ° ndWOn; a "° Win9 reSU ' tant Pr ° dUCt t0 PreCipitate ' and d ^ the 
[0081] To obtain a recording stratum having a high gloss and a high color density of recorded ink images, an aqueous 
slurry of secondary particles of silica having an average secondary particle size of 500 nm or less and an average 
primary particle size of 3 to 40 nm is preferably employed and more preferably, an aqueous slurry of fumed silica 
particles is employed. By dispersing the silica secondary particles in water to form an aqueous slurry, the agglomeration 

T T bS prevented and tnus an ^ease in the size of the silica particles can be prevented 

[0082] In the preparation of the above-mentioned pigment particle slurry, an aqueous medium is usually employed 
in consideration of the coating property of the resultant slurry. An organic solvent may be, however, employed as a 
medium of the pigment particle slurry. Also, in the production of the fumed silica, the starting materials can be purified 
to a high extent and contamination of the materials during the production procedures can be prevented, and thus a 
high degree of purity of the silica particles can be obtained whereby the transparency of the resultant recording stratum 
and the color density of the recorded images can be enhanced. 

[0083] In the ink jet recording material of the present invention, the fine particles of the silica compound and the fine 
particles of the alumina compound are contained altogether in the recording stratum. In the case where the recording 
stratum consiste of a plurality of ink receiving layers, the fine silica compound particles and the fine alumnina compound 
£I« hkT* t f S COnta,n h ed alt °9f her ^ ™e °' more the same ink receiving layers or in two or more ink receiving 
layers different from each other. Also, the recording stratum may comprise one or more ink receiving layers containing 

30 Te Tnt 2* 65 ""fK ^ fine , a ' Umina P artic,es alto 9 ether and one or more ink receiving layers each containing 
so the fine silica particles or the fine alumina particles. 

nTrttL l" ?t e K Ca f Se W I 6 ' 6 thG reC ° rdin9 StratUm C ° nsiStS ° f 3 Sin9,e ink recordin 9 la V er containing both the fine silica 
particles and the fine alum.na particles, there is no specific limitation to the mixing ratio of the silica compound to the 

a ^rr^oT P ° U f Ua '^' thS a ' Umina com P° unds to th e silica compound ratio is preferably in the range of from 
95/5 to 5/95, more preferably from 20/80 to 80/20. 

35 m»fi "IS ff, Wh6re reCOrdin9 StratUm C ° nSiStS ° f tW ° ° r more ink receivin 9 la V ers . *e recording stratum 
may be cons ituted from one or more ink receiving layers containing the alumina compound alone and one or more 

ink receiving layers containing the silica compound alone. 

[0086] To disperse and pulverize the silica compound or the alumina compound, a homomixier, an ultrasonic ho- 
40 ^T mZer '„ a pre "? unzin ? nomozenizer, a nanomizer a high speed revolution mill, a roller mill, a container-driving 
wiH^an^ ^l! ^ medium agitation mill, a jet mill, or a sand grinder. To disperse or pulverize the silica or alumina compound 
with an enhanced efficiency, a pressurizing type dispersing system is preferably employed 

[0087] In the present invention, the pressurizing type dispersing method is defined as a method in which a slurry 
mixture of material particles is continuously passed through an orifice under pressure to pulverize the particles under 
the high pressure. The treatment pressure is preferably 19.6 x 10« to 343.2 x 10* Pa (200 - 3500 hgf/cm*) more 

Z p", n n r,nnn k T ? 245 3 * (5 °° * 25 °° *«" ™* P referabl V 98.1 x loZ \'sZ X 

10spa(1000to2000hgf/cm2).Thesilicaand alumina compounds can be dispersed and pulverized by the high pressure 
pulver,zat.on treatment with a high efficiency. Further, it is more preferab.y that two streams of the slurry mixture passed 
though the onfice under the high pressure are countercurrently collided against each other to further disperse and 
pulverize the silica and alumnina compound particles. In the countercurrent collision method, a slurry mixture of the 

Hi^H 1 " 3 "I!" 13 T rt ' CleS f intr ° duced to an in,et side under P res ^re, the introduced stream of the slurry mixture is 
divided into two streams of the slurry mixture passing through two passages, the passages are connected to orifices 
hav ng a small ins.de diameter, to accelerate the flow speed of the slurry mixture, and the two streams of the slurry 
mixture passed through the orifices are countercurrently collided against each other at the accelerated flow speed to 
pulverize the particles of the silica or alumina compound collided against each other. 
55 [0088] The parts of the high pressure pulverization system in which the slurry mixture streams are accelerated in 
flow speed or col ,ded against each other, are preferably formed from diamond to control the abrasion of the parts The 
high pressure pulverization machine is preferably selected from pressurizing homogenizes, ultrasonic homogenizers 
microfulhzers and nanomizers, particularly, as a high speed stream-collosion type homogenizer, a microfultizer or na- 
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nomizer is more preferably employed. 

[0089] Generally, the ink for the ink jet printing contains an anionic dye. However, since the silica compound is also 
anionic, the resultant ink images printed on the silica compound-containing ink receiving layer exhibit unsatisfactory 
moisture resistance and water resistance. To enhance the moisture resistance and the water resistance of the anionic 

5 dye images, a cationic compound is contained in the recording stratum. The fine particles of the alumina compound 
arecationic. Preferably, the recording stratum further contains, in addition to the alumina compound particles, a cationic 
compound. The cationic compound usable for the present invention is preferably selected from polyalkylene 
polyamines, for example, poiyethyleneamine and polypropylenepoiyamine, derivatives thereof; cationic resins, for ex- 
ample, acrylic resins having tertiary amino groups and/or quaternary ammonium salt groups, and dialkylamine poly- 

10 mers; and cationic inorganic salts of aluminum and calcium. There is no specific limitation to the molecular weight of 
the cationic compounds. Preferably, the molecular weight of the cationic compounds is 60,000 or more or 10,000 or 
less. If the molecular weight of the cationic compound is more than 1 0,000 but less than 60 : 000, the resultant cationic 
compound molecules easily enter into the pores formed between the fine silica particles, and thus the pores for receiving 
the ink are filled with the cationic compound, and the resultant recording stratum or ink receiving layer exhibits a poor 

15 ink-absorption. There is no specific upper limit to the molecular weight of the cationic compound. However, in consid- 
eration of ease of handling, the molecular weight in preferably not more than about 500,000. 

[0090] Where the cationic compound is contained together with the pigment particles in the recording stratum, the 
cationic compound is preferably employed in an amount of 1 to 30 parts by weight, more preferably 3 to 25 parts by 
weight, per 100 parts by weight of the pigment. 

20 [0091] There is no limitation to the method of employing the cationic compound in the recording stratum. For example, 
the cationic compound is employed in a mixture with a pigment, or the cationic compound is absorbed in the pigment 
particles and the resultant pigment/cationic compound complex is employed, or the cationic compound alone is con- 
tained in the recording stratum. When the silica compound which is anionic, is mixed with a cationic compound, an 
agglomerate is formed. The agglomerate may be pulverized into particles having an average particle size of 1 ujti or 

25 less, and the resultant particles may be employed for the ink jet recording material of the present invention. 

[0092] The average particle size and length of the alumina compound particles usable for the present invention are 
measured by the following method. 

[0093] The particles of 8- and y-aluminas are in the crystal form of a rod or a needle, and thus, the size of the particles 
is indicated by the length of the particles. 

30 [0094] The average particle size of the silica compound particles and the alumina particles and the average length 
of the rod-formed alumina particles are measured in such a manner that the particles are dispersed in water to provide 
an aqueous dispersion of the particles in a content of 5% by weight, the particle dispersion is subjected to a dispersing 
treatment by a homomixer at a revolution rate of 50 rps (3000 rpm) for 5 minutes and, immediately after the dispersing 
procedure, the resultant dispersion is coated on a base plate and the resultant sample is subjected to an electron- 

35 microscopic observation using a scanning or transmission type electron microscope, to determine the particle size or 
length, in accordance with the procedures shown in "FINE PARTICLE HANDBOOK", ASAKURA SHOTEN, page 52. 
jhe measurements are repeated forten portions of the sample, to measure the particle sizes or lengths of 500 particles 
in which portion of the sample., and an average particle size or length is calculated from the resultant data. The average 
particle size is defined as an average value of the sizes measured at at-random portions of the particles, and the 

40 average length is defined as an average value of the measured largest lengths of the individual particles. 

[0095] In the ink jet recording material of the present invention, the recording stratum preferably comprises at least 
one ink receiving inside layer formed on the substrate and an ink receiving outermost layer laminated on the outer 
surface of the ink receiving inside layer. 

[0096] In this case, preferably, the ink receiving inside layer comprises fine silica particles produced by a gel method, 
45 and the ink receiving outermost layer comprises fine particles of at least one pigment selected from silica compound 
pigments and alumina compound pigments. 

[0097] The fine pigment particles contained in the ink receiving outermost layer are preferably secondary particles 
consisting of agglomerates each consisting of a plurality of primary particles having an average primary particle size 
of 3 to 40 nm and having an average secondary particle size of 800 nm or less. 
so [0098] The above-mentioned fine pigment particles contained in the ink receiving outermost layer are preferably 
fumed silica particles. 

[0099] When at least one layer of the ink receiving inside layers contains fine silica particles, particularly gel method 
silica particles, the resultant stratum can exhibit an enhanced moisture resistance and an improved resistance to blotting 
of the recorded ink images, and thus the color tone of the recorded ink images can be stabilized within a short time. 
55 The reasons for the improvement in the resistance to blotting of the ink images are not fully clear. It is assumed, 
however, that fine pores formed between the primary particles of the gel method silica particle have a size small enough 
to prevent the movement of the dye contained in the ink and fixed in the fine pores. Also, reasons for the phenomenon 
that the color tone of the recorded ink images is stabilize within a short time are assumed to be that the dye and the 
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solvent ,n the ink are rapidly separated from each other in the gel method silica particles and the fine pores between 
the pnmary particles of the silica particles have a high holding capacity for the separated solvent Them i no lim Son 

Ol£o, S,Z ?n°r e f T h P T " * USUa " y ' thS finS P ° re Si2e iS ' for exam > ,e ' 20 nm ° r '« and preferab" 5 I o less 
[0100] In view of the gloss of the recording stratum and the color density of the recorded images the averaqe sec 

lr ary 2 ™° f ^ 961 meth ° d Si ' iCa Particl6S iS Pref erab| V 1 ^ m ° r less ' "»» P^rably 800 nn orTess s«N 
more preferably . 500 nm or less. The primary particles from which the ge. method silica secondary paries are con 
strtuted preferably have an average primary particle size of 3 to 50 nm particles are con 

fhlni T0 t ° btain a co ' or density of the recorded ink images similarto that of the silver salt type photographic images 
the pigment particles having a particle size of 1 um or less and contained in the ink receil ^uteStever are 
10 preferably selected from fine particles of amorphous silica, aluminas including hydrated aluminas an?a7umLScate 
having an average secondary particle size of 800 nm or ,ess, more preferable nm or less, S^^S^S 
nm or less, further preferably 200 nm or less. There is no lower limit to the average secondary particle size Usuall 
the average secondary particle size is preferably 10 nm or more. The average primary parttole sTe oMhe S 
- o7S 3 to 40 W nm. h SeC ° ndary PartiC,GS ° f ^ ab — Cloned pigments are Lasted is p^ L the range 
[0102] Particularly, when as the fine particles to be contained in the ink receiving outermost layer fumed silica oar- 
tic.es having a high degree of purity are employed, the fumed silica is preferably selected taSZo! 3Il 
..fee. and heating method si.ica, particularly, the combustion method silica is preferably &m ^totZ^Tll 
receiving outermost layer having a high gloss. 

20 i°r^LJ h r fUm6d h Silica particles are advantageous not only in that super fine particles can be obtained by applying 
a re.at vely low mechan.ca. power, but also in that the refractive index of the fumed silica is low and the transpamncv 
thereof ,s high and thus the resultant ink receiving outermost layer can exhibit a high gloss and a high c"or density 

und e e r^°: ,m :r- A,s ;- th : fumed si,ica exhibits high,y thixatr °p ic p^- ^ ™ ^ SS^SJ 

part cles usable for the p esent invention is measured by a method such that an aqueous dispersion of 5% by weight 
of fumed sihea partic.es (when the silica is in the state of an aqueous slurry, the content of the silica in the slZ is 

^^^mmiSS dilU T S JT ^ Wat6r) IS StirrSd diSp6rSed by 3 h — * a -vo^nTa e 
T^^ST^^^IT- 7 SUbj6Cted t0 9 PU ' Veri2ing treatment USin 9 3 Prizing homogenizer 

(model. GM-2, made by SMT K.K.) under a pressure of 39.2 MPa (400 kgf/cm2), and the particle size of the resultant 
particles m the dispersed state is measured by a transmission type microscope 

ZlVi '! mk ^ reCOrdi " 9 ^ aterial ° f the Present invention ' t0 enhance the water resistance of the recorded ink 
images, non onic pigment particles or anionic pigment particles (for example, silica particles) may be cation modified 

35 ^-.ol, cation-mod.f.ed p.gment particles may be employed for the recording stratum. 

[0105] Also, the recording stratum may contain a cationic compound. The cationic compound usable for the present 
invention include for example, po.yalkyienepo.yamines, for example, po.yethyleneamine and po^pmSta^S 

ternar^ amZil 6 ? 0 ,'' ^ ^ Cati ° niC ^ resins havin 9 tertiary lino groups or qua 

Imount oTlToTc £2! r UPS T Cat ' 0niC dial,y,amine P°'y mers - The catio ™ resins are preferably contained in an 
40 the recording [ stratum " ^ ' ^ Preferab ' y 3 * ^ by P6r 1 °° partS by Weiaht of tne P*™* in 

[ Z 0 !LZlT rany ' ? 9 SiMC ! P ! rtiC ' eS haVS Si,an °' 9r0UpS distribut ^ in the surface portions of the particles and thus 
comnn^r h "T" " W " h 8 C ^ com P° und . *• silica particles are reacted with the cationic 

compound and agglomerated with each other. The resu.tant agglomerates having an average particle size more than 

helueo s S ^o^Zr PP 'r 9 & ^ f0rCe theret0 by ^ ^ To^Z ^Tn 

he aqueous slurry of sil.ca particles having an average particle size of 1 nm or less is used, a strong pulverizinq force 
is preferably applied thereto, to prepare a desirable coating liquid ong pulverizing rorce 

fn a 1 ^7mJ^n,v^ ^ ?^ eChani ? , pU,Veri2ers inc,ude hi 9" rev °' uti °" homomixers, ultrasonic homogenizes, pressuriz- 
mL"^ m 9 iM H ma,Zer(trademark) ' Nan ° mizer (Remark), high revolution mills, roller mills, container-driving 
medium mills, med.um agitation mills, jet mills, sand grinders and Clearmix (trademark). To pulverize and disperse the 
sil^a agg iomerates with a high efficiency, a pressurizing pulverization is preferably employed ' 

com D ound n f!ne ^l ng S TT ° f Pr6Sent inVenti ° n ' an ink reCeiV,ng ,ayer free from the above-mentioned silica 

Tcompou^ ^o? rt ic a r d ? h Um ?H C r P ° Und ' PartiC ' eS C ° ntain Pi9ment Partides other than the silica and 
a lumma compound particles. The othertype pigment may be selected from amorphous silica (including cation -modified 

55 m inum ^hv^Td?^ "Tf^ S ' liCa) ' ka °' in ' ^ ^ 2i " C ° Xid ^ tin oxides -gnesium sulfate a u 

and boeS 2 ^ Z! T T*** (inC,Udin9 X "' K "' Y "' S '' G '- ^ P "' pSeudo ^ and « ^sta.line aluminas, 

num sSf smect te tTn P Seudoboehmlt - st ^^ed crystalline aluminas), calcium carbonate, satin white, aiumi^ 
nr^ fn , ■ ' ma 9 neslum s " icate ' magnesium carbonate, magnesium oxide, diatomaceous earth 

polystyrene polymer* pigments, urea resin pigments and benzoguanamine resin pigments. In he present invention 
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the other type pigment is preferably selected from amorphous silica (including cation (for example, alumina)-modified 
silica), alumninosilicate in which silica is coated with alumina), aluminas, alumina hydrates (including %, k, 7, 5, 0, t\, 
p, pseudo y- and a-aluminas, and boehmite-structured and pseudoboehmite-structured crystalline aluminas) and cal- 
cium carbonate, more preferably from the silica compounds and alumina compounds other than the specific silica and 

5 alumina compounds for the present invention. 

[0109] In the ink jet recording material of the present invention, the substrate may be a liquid-absorbing substrate 
or a liquid-non-absorbing substrate, the liquid-absorbing substrate is selected from, for example, woodfree paper sheets 
(acid paper sheets, neutral paper sheets, art paper sheets, coated paper sheets, cast-coated paper sheets, kraft paper 
sheets, and impregnated paper sheets. To obtain a high smoothness, and silver salt type photographic sheet-like hand, 

10 (particularly whiteness and touch) of the recording sheet, paper sheets having a high smoothness and a high density 
for the photographic sheets or RC sheets is preferably employed as a substrate for the present invention. 
[0110] The paper sheet usable for the liquid-absorbing substrate will be explained in detail below. The paper sheet 
for the substrate is mainly formed from a wood pulp and optionally a pigment. The wood pulp include mechanical pulps, 
chemical pulps and re-used paper pulps. To control the mechanical strength and paper-forming property of the pulp, 

is the degree of beating for the pulp is controlled by a pulping machine. The degree of beating is represented by a 
Canadian Standard freeness (CSF) in accordance with JIS P8121 . There is no limitation to the pulp freeness. Usually, 
a pulp having a Canadian Standard freeness of 250 to 550 ml is used for the substrate. 

[0111] The paper sheet for the substrate optionally contains a pigment to control the ink-absorbing property of the 
subslrale. For the pigment for the substrate, calcium carbonate, sintered kaolin, silica, and titanium dioxide can be 

20 employed. When the above-mentioned pigments are employed, the content of the pigments in the paper sheet is 
preferably 1 to 20% by weight. If the pigment content is too high, the resultant paper sheet may exhibit an insufficient 
mechanical strength. The paper sheet optionally contains an additive comprising at least one member selected from 
sizing agents, fixing agents, sheet strength-enhancing agents, cationic agents, yield-enhancing agents, dyes and flu- 
orescent brightening agents. In the size-press step of the paper-forming procedure, the surface strength and the sizing 

25 degree of the paper sheet can be controlled by coating or impregnating the paper sheet with starch, polyvinyl alcohol 
and/or a cationic resin. The degree of sizing of the paper sheet is preferably about 1 to about 200 seconds. If the sizing 
degree of the paper sheet is too low, an operational problem, for example, formation of wrinkles, may occur during the 
coating or impregnating step. If it is too high, the resultant paper sheet for the substrate may exhibit too low an ink- 
absorbing property, and thus significant curling or cockling of the paper sheet may occur when the ink jet printing 

30 operation is applied to the resultant recording sheet. There is no limitation to the basis weight of the paper sheet for 
the substrate. 

[01 12] Usually, the substrate paper sheet preferably has a basis'weight of 20 to 400 g/m 2 , a thickness of 20 to 400 
jim and a bulk density of 0.6 to 1 .2. 

[0113] For the liquid-non-absorbing substrate sheet for the ink jet recording material of the present invention, trans- 

35 parent and opaque viscose sheet (cellophane sheet (trademark)), plastic sheets orfilrns, for example, sheets and films 
of polyethylene, polypropylene, soft polyvinyl chloride, polyester, polycarbonate, and polystyrene; water-absorbing and 
water-non-absorbing sheets or films of the plastic polymers as mentioned above; resin films, synthetic paper sheets, 
and resin-coated sheets prepared by coating a base sheet comprising, as a main material, a pulp, for example, woodfree 
paper sheets, neutral paper sheets, support sheets for photographic sheets, art paper sheets, coated paper sheets, 

40 cast-coated paper sheets, kraft paper sheets and impregnated paper sheets, with a water-n on -absorbing resin. The 
coating resin may be selected from polyethylene resins, polypropylene resins, polyester resins, polyolefin resins, poly- 
carbonate resins, and resins comprising, as a principal component, a mixture of two or more of the above-mentioned 
resins. The polyethylene resins include low density polyethylene resins, high density polyehtylene resins, and straight 
linear low density polyethylene resins. The polyester resins include polyethylene terephthalate resins : polybutylene 

45 terephthalate resins and bio-degradable polyester resins. 

[0114] For the purpose of enhancing the whiteness and/or the opacifying effect of the substrate, the substrate sheets, 
particularly the plastic polymer sheets or films and the base sheet or coating resin layer of the resin-coated sheets, 
may contain a white pigment, preferably, a titanium dioxide pigment, a calcium carbonate pigment, a synthetic silica 
pigment, or a mixture of two or more of the above-mentioned pigments. The titanium dioxide pigments are most pref- 

50 erable. Other pigments which may be contained in the substrate are synthetic silica, zinc oxide, talc and kaolin which 
are well known and publicly used as white pigments. 

[0115] For the purpose of preventing the cockling of the recording material and of enhancing the surface smoothness 
and gloss, as a substrate, a liquid-non-absorbing substrate, particularly a plastic polymer film having a high smoothness, 
is preferably employed. The plastic polymer film is, however, disadvantageous in that it is expensive and is difficult to 
55 obtain a recording material having a silver-salt photographic sheet-like properties (particularly a high whiteness and 
touch). Thus, in place of the plastic polymer film, a resin-coated paper sheet having a high smoothness and produced 
by coating a woodfree paper sheet, a support paper sheet for photographic sheet, an art paper sheet, a coated paper 
sheet or cast-coated paper sheet which comprises, as a principal component, a pulp and has a high smoothness, with 
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iK2!l P0 ^ ta ' r6Sin ' PO,yPr ° Pylene r6Sin ' 9 -other polyolefin resin, a 

Ss^ 

[01 16] Particularly, a high smoothness resin-coated paper sheet produced by coating a support paper sheet for a 

IZtT^^^^™ ; esin or ano ? er polyo,efin resin is preferab,y used ^^ZTeJiX: 

S - — p °— - — - a ba g ck s U c:k 

'° 1 7 I!" 5 ' 6 u "° ,imitation to the thickness of the coating layer of the substrate. Usually, the coating layer thickness 

wh p " r y ,n t the , ran9e of from 4 to 100 ^ more preferab,y fr ° m 5 to 50 *™. stiii mo» y ^s?K2^r 

Znl n rh 9 ' S t0 ° thi "' thS C ° ating eff6Ct may be inSUfficient ' and when coating layer isToo thick 2 
surtt J t '] e th reSU,tan ^ reCOrdin 9 material ma V be unsatisfactory. The thickness of the coating layer on the frontTr back 
SZS^ 6 T? materia ' * yPe ° f the C ° atin9 reSin ™* be established in consideration o the curMng 
o iaS a * reSU,tan i recordin 9 material. The coating resin may contain a white pigment, preferably a titanium dioxide 
p igment, a calcium carbonate pigment, a synthetic silica pigment or a mixture thereof. More preferably the tSum 
dioxide pigment is employed for the coating resin. preieraoiy, me titanium 

[01 18] When a liquid-non-absorbing sheet is used as- a substrate of the ink jet recording material of the present 
mvention a surface of the substrate sheet on which surface side the recording stratum is formed may ^te prev ouslv 
fhe itTt 1 " I" 68 ' 0 " trea,ment " 8 3dheSiVe treatment ' f0r the P ur P ose °f enhancing the dose aSesL" between 
lubstraf ZTr B T^, 0 Partic ^ when a -in-coated paper sheet is used as a non-.iquld abslling 

substrate sheet, ,t ,s preferable that a corona discharge treatment is applied to a surface of the resin-coating layer or 
an undercoat layeroomprising gelatin or polyvinyl alcohol is formed between the base paper s^ZZTS^Z 

25 Jh 1 PUfP . OSe ° f ennancin 9 tne transportation property, anti-static property and anti-blockinq property of 

Z: : 9 T \ ? 6 ^ ° f tHe reC ° rdiP9 materia ' ™* be treated - The -rface treallntTnclXf 

or example chemical treatments with an antistatic agent or an anti-blocking agent. Also, the an additionarcoatina 
layer or another structure may be formed on the back surface of the substrate sheet additional coating 

[0120] There ,s no limitation to the smoothness of the substrate sheet. Usually, to obtain a high gloss and a hioh 
a^Nmethod 6 Tta'pp.T °i I? " 3 °° SeC ° ndS ° r ™ re ' ^etermined^n accordance 2 

t^^S^^Z^'rl ' th6re iS n ° " mitati0n 10 ° pa9Ueness of the sub *trate sheet. Usually, to obtain 
silver salt photog aph.c sheet-like properties, particularly whiteness on the naked eye, the opaqueness of the substrate 

SSi" P T r ! ferably f % ° r m0re ' more P referab 'V 93 % °' more, determined in accordance w'h JIS P 8138 

JE?„l Zir 0 ?!!! 9 StratUm ° f thS jSt reCOrdin9 material 0f the P resent inven «on contains a binder for bonding 
the fine particles of the p.gment to each other and to the substrate sheet. The binder comprises at least one Z? r 
se ected from water-solub.e polymers, for example, polyvinyl alcohol, modified polyv^ 7cZs, t e^p te caTontc 

for example, carboxymethyl-cellulose and methylcellulose; water-dispersible polymers, for example conjugated Tene 

.ces, vinyl copolymer lat.ces, for example, acrylic polymer latices and styrene-vinyl acetate copolymer lS wh ch 
are we,, known and popularly employed in the coated paper sheet field. These binder* may be uTed a o^e oT^a 
mixture of two or more thereof. ,n the present invention, for the purpose of enhancing the ink absorbing propel Lnd 

Ze^Zw reC ° rd,n9 StratUm ' Water " S0 ' Uble P ° lymerS " P ° ,yVinyl alC ° ho1 are 

45 lilt- Th6 !f f 3 SPeCifi ° ' imitati0n t0 the SO " d Weignt rati0 of the Pigment to the binder contained in each of the ink 
receivmg ms.de layers and the ink receiving outermost layer. Usually, the solid weight ratio is preferably a^d wTthin 

fine ooTeTfo ZZ * ' T°°' ^ 1 °° /5 to 1 00 - lf the COntent « »» ^ 

ZnZT 1 T e " 6 P ' 9ment PartiCl6S may haVe 100 sma " a size ' and tnus the ink absorbing rate of' the 

- ret zss szz? to ° ,ow - A,so ' if il is to ° ,oWi the resu,tant ink rece,vins ,ayer may exhibit a p " 

SI in f I a l -'! iCU,ar,y • in alUm ! na com P° undcon taining recording stratum or in each of the ink receiving inside layers 
teildTn ! Z Z 9 t ° U em,OSt " ayer induded in the recordin 9 ^return, the content of the water-soluble polymer con 

Furthe in a h * ,° r ' ayerS " PrSferably 20 PartS by W6i9ht ° r less P er 1 00 P^s *V weight of theSgment 

Further, n the .nk rece.v.ng layer containing a pigment consisting of the alumina compounds alone the content of ^e 

rir il po,y r r is preferab,y 10 parts by wei9ht ° r iess ^ 100 ^ ^ of the P i^^ms: 

cZn, o?ther ° ? PreVemin9 ° r reStrUCtin9 thS CraCkin9 0f the ink receiving layers, and wnen he 

SSr*^ Pi9mSnt " ,im,ted t0 10 PartS ^ W6i9ht ° r l6SS ' the ink - aLL9 - * ^e 
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[0124] The coating amount of the recording stratum is not limited to a specific level. Usually, the recording stratum 
is preferably formed in a total amount of 1 to 1 00 g/m 2 , more preferably 2 to 50 g/m 2 . When the total amount of the 
recording stratum is less than 1 g/m 2 . a uniform stratum having a high smoothness may be difficult to form. Also, the 
total amount of the recording stratum is more than 100 g/m 2 , the resultant stratum may exhibit a poor resistance to 
5 cracking. 

[0125] The coaters usable for the formation of the recording stratum may be selected from various conventional 
types of coaters, for example, blade coaters, air knife coaters, roll coaters, bar coaters, gravure coaters, rod blade 
coaters, lip coaters, die coaters and curtain coaters, 

[0126] In an embodiment of the ink jet recording material of the present invention, at least one ink receiving inside 
10 layer is formed on a surface of a substrate from an aqueous coating liquid containing the above-mentioned fine pigment 

particles and the binder, an ink receiving outermost layer is formed on the outer surface of the ink receiving inside layer 

from an aqueous coating liquid containing the above-mentioned fine pigment particles and the binder. 

[0127] Preferably, the ink receiving outermost layer is formed by coating the aqueous coating liquid for the outermost 

layer on the aqueous coating liquid layer for the ink receiving inside layer before the aqueous coating liquid layer for 
15 the inside layer is dried, and by simultaneously drying both the aqueous coating liquid layers for the inside layer and 

the outermost layer. In this case, the resultant recording stratum exhibit improved ink image-receiving property and 

surface smoothness. 

[0128] When an ink jet recording procedure is applied to a recording sheet having a porous recording stratum com- 
prising, as principal components, a pigment and a binder and formed on a substrate sheet, and the substrate sheet is 

20 a paper sheet having a high water-absorption, the applied ink easily penetrates into the substrate paper sheet to cause 
a cockling phenomenon to occur on the recording sheet. When a non-water-absorbing sheet or low-water-absorbing 
sheet is used as a substrate sheet, the cockling phenomenon can be prevented. However, in order that a sufficient 
absorption of the ink is attained only by the recording stratum, the recording stratum must be formed in a large coating 
amount, for example, 15 g/m 2 or more. When such a thick recording stratum is formed by only one coating operation, 

25 the resultant recording stratum maybe uneven in the thickness thereof, may exhibit an insufficient resistance to cracking 
and may have an unsatisfactory appearance and the quality of the printed images on the uneven recording stratum 
may be unsatisfactory. Also, for the purpose of obtaining both a high gloss and a high ink absorbing property, the 
recording stratum may be formed from two or more ink receiving layers different in composition from each other. In the 
case where two or more porous ink receiving layers are formed on a substrate sheet, particularly a substrate sheet 

30 having a low-water-absorption or a non-water-absorbing substrate sheet, and the upper ink receiving layer is formed 
on an under ink receiving layer after the under layer is completely dried, air bubbles remaining in the pores formed in 
the under ink receiving layer bloat up through the aqueous coating liquid layer for the upper ink receiving layer coated 
on the under layer, and form crater-like defects in the surface portion of the upper layer, or cause the smoothness of 
the upper layer surface to be significantly decreased. 

35 [0129] In this case, the ink images recorded on the upper ink receiving layer exhibit a very degraded quality and the 
gloss of the upper layer surface is unsatisfactory. 

[01 30] The inventors of the present invention made an extensive study to solve the above-mentioned problems, and 
found that the problems can be solved by the following procedures. Namely, when two or more porous ink receiving 
layers comprising, as principal components, a pigment and a binder are formed on a substrate, at least an ink receiving 

40 outermost layer is formed on an ink receiving inside layer adjacent to the outermost layer in such a manner that a 
coating liquid for the outermost layer is coated on a coating liquid layer for the adjacent inside layer before the coating 
liquid layer for the adjacent inside layer is dried, and both the coating liquid layers for the inside and outermost layers 
are simultaneously dried, to form the outermost layer and the inside layer adjacent to the outermost layer. The resultant 
recording stratum is quite free from the problems. 

45 [0131] In the process for producing the ink jet recording material of the present invention in such a manner that an 
aqueous coating liquid comprising fine pigment particles and a binder is coated on at least one surface of a substrate 
to form at least one ink receiving inside layer, and an aqueous coating liquid comprising fine pigment particles and a 
binder is coated on an outer surface of the ink receiving inside layer to form an ink receiving outermost layer, the 
aqueous coating liquid for the ink receiving outermost layer is coated on the aqueous coating liquid layer for the ink 

so receiving inside layer adjacent to the outermost layer before the aqueous coating liquid layer for the adjacent inside 
layer is dried, and both the aqueous coating liquid layers for the outermost layer and the adjacent inside layer are 
simultaneously dried.. 

[0132] In an embodiment for carrying out the above-mentioned process, the ink receiving inside layer and the ink 
receiving outermost layer are formed by such a manner that the coating procedure for coating liquid for the ink receiving 
55 inside layer onto the substrate and the coating procedure for coating liquid for the ink receiving outermost layer onto 
the adjacent ink receiving inside layer are successively carried out through a plurality of coating liquid-feeding slits of 
a plurality of coating apparatuses located independently of each other. In this case, particularly, the coating apparatus 
for applying a stream of the coating liquid for the outermost layer to the wetted coating liquid layer for the adjacent 
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^oTintn .TnST ,y t r ,6 ? d ^ ^ ° f COath 9 f " the outermost layer without 

bnnging it into con tac wit .a stream of the coating liquid for the wetted adjacent inside layer, for example, slot die 

™?Fn r K^7 m' h COATER? madG bY IN ° UE K,NZOKU K K - and LJP C °ATER made by HIRAN^ 

TECSEED K.K.), slide die coaters and curtain coaters. ' 

5 S?J!S !" an °t her em t t ' 0diment of carr V in 9 out the above-mentioned process, the ink receiving inside layer and the 
nk receiving ou ermost layer are formed in such a manner that the coating procedure of the coating liquid for the ink 

iTve Tnt'Thf a n ayer T? 6 SUbStrate th6 C ° ating Pr ° CedUre ° f the C0atin 9 '"k receiving outermost 

layer onto the adjacen ink receiving inside layer are substantially simultaneously carried out through a plurality of 
coating liquid-feeding slits of a multi-layer coating apparatus. Plurality or 

10 ZZ 4] , Th ?- SirnU,tane0US ™lti-layer coating apparatus is different from the successive coating system using a plu- 
21* 7 9 a T SGS arran9Sd inde P endentl V from e a<* other, and consists of a single coating system for 
simultaneously applying two or more coating liquids to a desired surface. In the simultaneous multi-layer coating sys- 
tem substan .ally no contamination of the coating liquids for the ink receiving layers with each other occurs and the 
ink receiving layers each having a uniform thickness can be easily formed. For the simultaneous multi-layer coating 
preZZ%l7ol:T m9 S ' 0t C0at6r ' 3 mUlti *° atina S,ide die coater or a multi-coating slide curtain coateMs 

ThS Exa y &S ° f the sim ultaneous multi-coating slot die coater, the simuttaneous multi-coating slide die coater 
and the simultaneous multi-coating slide curtain coater are respectively shown in Fig 1 Fig 2 and Fig 3 
!£ ™lt R f rerm9 l ° 1 ' 3 " rSt C ° atin9 NqUid PaSSaQe 3 f ° rmed in 8 die block 2 of a simultaneous multi-coating slot 

.aver and 1 1Z2 r r T* ™"* ^ ^ ^ 1 > ° f & ^ ^ t0m ^ a " ink rece ™9 

fT 1 w , t , ? PaSSa9e 4 f ° rmed in the diS b '° Ck 2 iS c °r-nected to a supply source (not shown in 

Z Jnl v r, 9 n9 an reC6iVin9 ouXemost A first coating liquid flowing through the first 

Z ontf rf? 9 ?-^ l PaSSed tnr ° U9h 3 firSt manif °' d 5 and is extruded as a fl « f«m-formed slream 6a through 
SU ol°H a t h , T film - f0rmed Stream 6a of the first coatin 9 "I* ■ coated on a surface of a substrate 
11 suppl.ed onto a backing roll 10 which rotates in the rotation direction as shown by an arrow 9 On other hand a 

IIZTJT: 9 ' iqUi H f n d T ^ SSCOnd C ° atin9 " qUid PaSSa9S 4 iS paSSed ^ a second rnan^d 7 ^ d is 
IZuTJ, T n n , fi,m - f ° rmed Stream 8a of the secon d coating liquid through an outlet of a second slot 8. The 
extruded second film-formed stream 8a is laminated on the first film-formed stream 6a of the first coating liquid The 
terminated first and second film-formed streams 6a and 8a are simultaneously dried by a diying means (not shown in 
Fig. 1), to torn, an ink receiving inside layer laminated on and fixed to the substrate and an ink receiving outermost 
layer laminated on and fixed to the inside layer. "living ouiermosi 

[0137] Referring to Fig. 2, in a simultaneous slide die coater 21 , a first coating liquid for forming an ink receivina 
insKie under layer is fed into a first coating liquid passage 23 formed in a die block 22 and connected fo a supp y^ou ce 
not shown ,n Fig. 2) for the first coating liquid, is passed through a first manifold 24 and is extruded as a first film 
formed stream 26 of the first coating .iquid through an outlet of the first slot 25. Also, a second coatingTquTd fo forming 
an ,nk rece.v.ng ins.de upper .ayer is fed into a second coating liquid passage 27 connected to a supply sou ceTo^ 

filmril' 9 t > f0 V n he f ! aC ° nd C ° ating HqUid ' iS PaSSEd thr0U9h 3 SSCOnd manifold 28 a "d j s extruded as a second 
film-formed stream 30 of the second coating liquid through an outlet of a second slot 29. The second film-formed stream 

fav^ i a 7rr m °; the fi , rst mm ~ f T ed stream 2e - Furtner ' a third coating ,iquid f ° r «• "* 

S ™,1 h * h SUpp, y S0Urce < not shown in Fig- 2) for the third coating liquid into a third coating layer passage 31 
s passed through a third mamfold 32, and is extruded as a third film-formed stream 34 of the third coating Squid 
through an outlet of a third slot 33. The extruded third film-formed stream 34 is laminated on the ^JoS^ftSS 

an 11! h ° Ck T 3 SUrfaCG ° f 3 SUbStrate 1 1 SUpP ' ied ° n 3 baCkinfl roM 1 0 rotatin 9 ^ the direction shown by 
an arrow 9 and ,s simultaneous.y dried in a drying means (not shown in Fig. 2) to form a recording stratum having a 

.ay'e'^tThfsut'ate 3 " inkreCeiV '' n9 ink M ^ insida upper layer/an ink receiving outeZst 

[01 38] Referring to Fig. 3, in the simultaneous multi-coating slide curtain coater 41 , a first coating liquid for forming 
an ink receiving mside under layer is fed from a supply source (not shown in Fig . 3) of the first coating Lid into a first 
coating , lqu ,d passage 43 formed in a die block 42, is passed through a first manifold 44 and is extruded al a f it f m 
formed stream 46 through an outlet of a first slot 45. Also, a second coating liquid for forming an ink receiving inside 
upper layer ,s fed from a supply source (not shown in Fig. 3) of the second coating liquid into a second coaZ Z£ 
passage 47 ,s passed through a second manifold 48 and is extruded as a second fL formed stream 50 
coating liquid through an out.et of a second slot 49. The extruded second film-formed stream 50 is laminated or Te 
™,'^ f S rr 46 " 3 third C ° ating ' iquid f ° r f0rmin 9 an ink receivin 9 outermost layer is fed from a 

a t2 ZSSS T t Vl ° f thlrd COatin9 ,iqUid int ° 9 third C ° ating ' iqUid paSSage 51 ' is P assed trough 
I J , Tfo 1 15 eXtmded 38 3 third film - f °rmed stream 54 of the third coating liquid through an outlet of a 

third slot 53. The extruded third film-formed stream 54 is laminated on the second film-torn^ stream 50 The Tesultan 3 
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laminate stream consisting of the first, second and third film-formed streams falls down in the form of a curtain through 
a coating bill 55 of the die block, is coated on a surface of a substrate 11 on a backing roll 10 rotating in the direction 
shown by an arrow 9, and is simultaneously dried by a drying means (not shown in Fig. 3), to form a recording stratum 
having a laminate structure of an ink receiving inside lower layer/an ink receiving inside upper layer/an ink receiving 
5 outermost layer on the substrate. 

[0139] In an embodiment, the multi-coating slide die coater is arranged in such a manner that a multi-coating die 
having a inclined surface is arranged close to a substrate located on the backing roll, for example, with a distance of 
1 00 to 1000 \xm. The coating liquids are fed through the slots and layers of the coating liquids are laminated on each 
other on the inclined surface of the die, while no mixing of the coating liquids due to connection currents of the coating 
10 liquids occurs, and are coated on the substrate to form a laminate structure consisting of a plurality of wetted coating 
liquid layers laminated on each other. When the laminated wetted coating liquid layers are dried, a recording stratum 
consisting of a plurality of ink receiving layers laminated on each other is formed. In this case, even after the drying, 
the ink receiving layers are not mixed with each other and a uniform composite stratum is formed. Also, the resultant 
recording stratum is substantially free from surface defects and has a smooth coating surface. When a fine pigment 

15 is employed, the resultant recording stratum exhibits an excellent gloss. 

[01 40] The ink usable for recording on the ink jet recording material of the present invention comprises, as indispen- 
sable components, a coloring material for forming colored images and a solvent for dissolving or dispersing the coloring 
material therein, and as optional components, a dispersing agent, a surfactant, a viscosity-modifier specific resistance- 
regulating agent, a pH-adjuster, a mildew-proofing agent and/or a coloring material solution or dispersion-stabilizing 

20 agent. The coloring material usable forthe ink includes direct dyes, acid dyes, basic dyes, reactive dyes, edible coloring 
materials, disperse dyes, oil dyes, and various types of coloring pigments, and can be selected conventional recording 
coloring materials. The content of the coloring material in the ink is established in consideration of the type of the 
solvent component, and properties required of the ink. The ink usable for the ink jet recording material of the present 
invention may contain the coloring material in a content similar to that of the conventional inks, namely, 0.1 to 20% by 

25 weight. 

[0141] The solvent of the ink usable for the ink jet recording material of the present invention may contain water and 
a water-soluble organic solvent which may be selected from, for example, alkyl alcohols having 1 to 4 carbon atoms, 
for example, methyl alcohol, ethyl alcohol, n-propyl alcohol, isopropyl alcohol, n-butyl alcohol and isobutyl alcohol; 
ketones, for example, acetone; ketone alcohols, for example, diacetone alcohol; polyalkylene glycols, for example, 

30 polyethylene glycol and polypropylene glycol; alkylene glycols having 2 to 6 alkylene groups, for example, ethylene 
glycol, propylene glycol butylene glycol, triethylene glycol, thio diglycol, hexylene glycol and diethylene glycol; amides, 
for example, dimethyl formamide; ethers, for example, tetrahydrofuran; polyhydric alcohols, for example, glycerol; and 
lower alkyl ethers of polyhydric alcohols, for example, ethyelenglycolmethylether, diethyleneglycol methyl (or ethyl) 
ether, and triethylene glycol monomethylether. 

35 [0142] In an embodiment of the ink jet recording material of the present invention, at least one ink receiving layer of 
the image-recording stratum further comprises, in addition to the binder and the fine pigment particle of at least one 
pigmentselected from the group consisting of silica, aluminosilicate and a-, 6-, 5- and -/-aluminas and having an average 
particle size of 1 u.m or less, an image-light resistance-enhancing agent comprising at least one member selected from 
the group consisting of phenolic compounds, boric acid, borate salts and cyclodextrin compounds. 

40 [0143] In the ink jet recording material, preferably the image-recording stratum comprises a plurality of ink receiving 
layers superposed on each other, and an ink receiving layer located outermost of the image- recording stratum com- 
prises the fine pigment particles and the binder. In this case, at least one ink receiving layer in the image-recording 
layer preferably contains an image light resistance-enhancing agent comprising at least one member selected from 
the group consisting of phenolic compounds, boric acid, borate salts and cyclodextrin compounds. 

45 [0144] It has been made clear that the fading phenomenon of the ink jet recorded images by light is particularly 
significantly on an ink jet recording sheet which has an ink receiving layer containing fine pigment particles used for 
the purpose of enhancing the color density of the recorded images and/or of improving the gloss of the ink receiving 
layer surface. The reasons for the fading phenomenon are assumed that the resultant Tank receiving layer has a high 
transparency and thus allows the light to easy transmit therethrough. Namely, to obtain a high ink jet recording per- 

50 formance and a high gloss, it is preferable that the ink receiving layer comprises fine pigment particles having a particle 
size of 1 ujti or less, particularly fine pigment particles consisting of secondary particles having a secondary particle 
size of 1 jim or less and each comprising a plurality of primary particles agglomerated with each other to form the 
secondary particles, and more preferably each having a primary particle size of 4 to 30 nm. When the above-mentioned 
fine pigment particles are employed for the ink receiving layer, they cause the recorded ink images to exhibit a de- 

55 creased light resistance. 

[0145] The inventors of the present invention made an extensive study to solve the above-mentioned problems. As 
a result, the inventors found that the fading phenomenon on the ink images recorded in the ink receiving layer, partic- 
ularly the ink receiving outermost layer, containing the fine pigment particles can be prevented or significantly reduced 



17 

ID: <EP 11202B1A1 I > 



EP 1 120 281 A1 



10 



15 



20 



25 



by containing an image light resistant-enhancing agent comprising at least one member selected from the group con- 
sisting of phenolic compounds, boric acid, borate salts and cyclodextrin compounds 

[0146] It is known that when the coloring material, for example, a dye, contained in the ink is fixed in the outer surface 
portion of the recording stratum, particularly, when the recording stratum is constituted from a plurality of ink receiving 
layers laminated on each other, of an ink receiving outermost layer, the images exhibit a high color density Thus in 
this case, the image light resistance-enhancing agent is preferably contained in the outermost surface portion of the 
recording stratum or in the ink receiving outermost layer. 

[01 47] To provide the image light resistance-enhancing agent comprising at least one member selected from phenolic 
compounds, boric acid, borate salts, and cyclodextrin compound contained in the ink receiving outermost layer the 
.mage high resistance-enchaining agent is mixed into a coating liquid for forming the ink receiving outermost layer 
and the resultant coating liquid is coated on the substrate or the ink receiving inside layer. However the image light 
resistance-enhancing agent is contained in an effective amount in the ink receiving layer, the resultant ink receiving 
layer may exhibit a reduced mechanical strength and/or a reduced water resistance. Also, the image light resistance- 
enhancing agent, particularly boric acid and/or a borate salt, is mixed into the coating liquid, an agglomeration or a 
viscosity increase phenomenon may occur and it causes the coating operation to be difficult. Particularly when a water- 
soluble polymer having hydroxy! groups, such as a polyvinyl alcohol compound, is employed as a binder component 
since the bonding force between the pigment particles and the above-mentioned binder component is strong the 
resultant coating layer can exhibit both a high ink-absorbing property and a high mechanical strength of the coating 
layer. However, when the above-mentioned binder is contained in the coating liquid, the binder is easily cross-linked 
with bone acid or the borate salt, the cross-linking reaction causes the viscosity of the coating liquid to be significantly 
increased, and the coating operation becomes difficult. To solve the above-mentioned problem, a coating layer com- 
prising, as principal components, the pigment particles and the binder is formed, the surface of the coating layer is 
coated with a coating liquid containing an image light resistance-enhancing agent comprising at least one member 
selected from phenolic compounds, boric acid, borate salts and cyclodextrin compounds, to cause the image light 
resistance-enhancing agent to be contained in the resultant ink receiving layer. In this case, the coating liquid containing 
the .mage light resistance-enhancing agent may be coated on a coating liquid layer containing the pigment and the 

m^oi t ! C ° a , ting liqUid ' ayer iS kSpt W6tted ' ° r 0n a dried coatin 9 ^ containing the pigment and the binder. 
[0148] The phenol compounds usable for the image light resistance-enhancing agent include dihydroxybenzenes 
d.hydroxybenzene sulfonic acid and water-soluble salts thereof, monohydroxybenzene sulfonic acid and water-soluble 
salts thereof, hydroxybenzoic acid and water-soluble salts thereof, sulfosalicylic acid and water-soluble salts thereof 
arbutin, mononaphthols, and mononaphiholsulfonic acid and water-soluble salts thereof, and are preferably selected 
from hydroquinone, hydroquinonesulfonate salts, hydroquinonedisulfonate salts, pyrocatechol, pyrocatechol-3 5-disul- 
fonate salts, hydroxybenzoate salts, subsalicylate salts, hydroxybenzenesulfonate salts, arbutin and naphthol com- 
pounds. Particularly, the hydroquinone derivatives, the pyrocatechol derivatives and/or phenolsulfonate salts can im- 
part an excellent high resistance to the recorded ink images. More particularly, pyrocatechol-3,5-disulfonate salts 
especially, a sodium salt thereof, trademark: TIRON), p-hydroxybenzenesulfonate salts, or hydroquinone-S-D-gluco- 
s.de (arbumine) is used, the resultant recording material can record thereon ink images having an excellent light re- 
sistance. Also, a combination of a phenolic compound with a salt selected from salts of sodium, magnesium calcium 
aluminum, phosphorus, titanium, iron, nickel, copper, and zinc, for example, nitrates, sulfates, phosphates hydrogen 
phosphates, citrates, propionates and chlorides of the above-mentioned elements, may be used as a light resistance- 
enhancing agent for the recorded images. More enhanced light resistance of the ink images recorded on the recording 
material can be obtained by using chlorides of divalent methods, especially, magnesium chloride or calcium chloride 
The reasons for the significant enhancement of the light resistance is not completely clear. It is assumed that the dye 
contained in the ink for the Inkjet recording and having a poor light resistance is stabilize or protected by the light 
resistance-enhancing agent in a certain mechanism. 
[0149] The boric acid and borate salts usable for the image light resistance-enhancing agent include orthoboric acid 
methabonc acid, tetraboric acid orthoborate salts, diborate salts, methaborate salts, tetraborate salts, pentaborate 
salts and octaborate salts. The salt-forming metals include alkali metals, for example, sodium and potassium and 
alkaline earth metals, for example, calcium magnesium and barium. 
50 E, 0150 , 1 chlorodextrin compounds usable for the image light resistance-enhancing agent include a-cyclodextrin 

p-cyclodextr,n : y-cyclodextrin, alkylated cyclodextrins, hydroxyalkylated cyclodextrins, and cation-modified cyclodex- 
nns. Among these compounds, r -cyclodextrin has a high water-solubility and can be contained in the ink receiving 
layer with a high efficiency, and thus is very suitable in practice. 

« P! 51 , 1 J h& am ° Unt ° f the ' mage " 9ht resist ance-enhancing agent is preferably 0. 1 to 1 0 g/m*, more preferably 0 25 
to 5 g/m2, still more preferably 0.5 to 2.5 g/m*, in the ink jet recording material. If the amount is less than 0 1 g/ m 2 the 
resultant light resistance-enhancing effect for the ink images may be insufficient, and if the amount is more than io g/ 
m , the resultant ink receiving layer may exhibit unsatisfactory ink absorption, mechanical strength and water resist- 
ance, and the recorded images may exhibit an insufficient clarity, color density, and water resistance, and the resultant 
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ink receiving layer may have an unsatisfactory gloss. 

[01 52] The fine pigment particles contained in the ink receiving layer containing the image light resistance-enhancing 
agent are preferably in the form of secondary particles having an average secondary particle size 1 |xm or less more 
preferably 10 to 500 nm, still more preferably 15 to 300 nm, further preferably 20 to 200 nm and each consisting of a 
5 plurality of primary particles having an average primary particle size of 3 to 40 nm more preferably 3 to 40 nm, still 
more preferably 5 to 30 nm, further preferably 7 to 20 nm, and agglomerated with each other. 

[0153] The fine pigment particles are preferably fine particles of at least one member selected from fumed silica, 
amorphous silica, aluminas and alumina hydrates. 

[0154] The fumed silica particles are preferably in the form of secondary particles having an average secondary 
10 particle size of 300 nm or less and each consisting of a plurality of primary particles having a primary particle size of 
3 to 40 nm and agglomerated with each other. 

[0155] The ink receiving layer comprising the fine pigment particles, the binder and the image light resistance-en- 
hancing agent optionally further comprises a cationic compound. 

[0156] The binder preferably comprises at least one member selected from the group consisting of water-soluble 
15 polymeric compounds, iatices of copolymers of conjugated diene compounds, latices of vinyl copolymers, water-dis- 
persible acrylic resins, water-dispersible polyester resins and water-dispersible polyurethane resins. 
[01 57] The binder preferably comprises at least one member selected from the group consisting of polyvinyl alcohol, 
partially saponificated polyvinyl alcohols, acetacetylated polyvinyl alcohols, silyl-modified polyvinyl alcohols, cation- 
modified polyvinyl alcohols, and anion-modified polyvinyl alcohols. 
20 [0158] The substrate for the image light resistance-enhancing agent-containing ink jet recording material is preferably 
formed from an ink-nonabsorbing material. 

[0159] Also, in the ink jet recording material, as claimed in the surface of the image-recording stratum preferably has 
a 75° specular gloss of 30% or more. 

25 EXAMPLES 

[0160] The present invention will be further illustrated by the following examples. In the examples and comparative 
examples, the terms "part" and "%" are respectively parts by dry solid weight and % by dry solid weight, unless otherwise 
defined. It should be noted that a primary particle size of pigment particles is not changed by pulverization and dispersion 
30 of secondary particles of the pigment. 

[0161] The average size of fine pores formed in pigment particles was calculated from BET absorption values of the 

pigment particles measured by a BET tester (model: NOVA 1200, made by CANTACHROM (O.) 

[0162] In Examples 1-1 to I-30 and Comparative Examples 1-1 to I-9, the following pigment particles were employed. 

35 Silica sol A-1 

[0163] Precipitation method silica particles (trademark: FINESIL X-45, made by TOKUYAMA K.K., average primary 
particle size: about 10 nm, average secondary particle size: about 4.5 jxm) were repeatedly dispersed and pulverized 
in water by using a sand grinder and then by a nanomizer (trademark: NANOMIZER, made by NANOMIZER CO.), the 

40 resultant aqueous dispersion was subjected to a classification, to provide an aqueous dispersion containing 10% by 
dry solid weight of the silica particles having an average secondary particle size of 80 nm. The aqueous dispersion in 
an amount of 100 parts by dry solid weight was mixed with 15 parts by dry solid weight of a cationic resin consisting 
of diallyldimethyl quaternary ammonium-hydrochloric acid salt (trademark: UNISENCE CP-103, made by SENKA K. 
K.) , to cause the pigment particles to agglomerate with each other through the cationic resin and the pigment dispersion 

45 to be thickened. Then, the pigment dispersion was subjected to repeated pulverization and dispersion procedures 
using the nanomizer, to prepare an aqueous silica dispersion (Silica sol A-1) containing 8% by dry solid weight of the 
agglomerated silica particles having an average secondary particle size of 250 nm. 

Silica sol B-1 

50 

[0164] Fumed silica particles (trademark: REOROSIL QS-30, made by TOKUYAMA K.K., specific surface area: 300 
m 2 /g, average primary particle size: about 1 0 nm, combustion method silica were repeatedly dispersed and pulverized 
in water by using a sand grinder and then by a nanomizer, the resultant aqueous dispersion was subjected to a clas- 
sification, to provide an aqueous dispersion containing 1 0% by dry solid weight of the silica particles having an average 
55 secondary particle size of 80 nm. The aqueous dispersion in an amount of 100 parts by dry solid weight was mixed 
with 15 parts by dry solid weight of a cationic resin consisting of diallyldimethyl quaternary ammonium-hydrochloric 
acid salt (trademark: UNISENCE CP-103, made by SENKA K.K.), to cause the pigment particles to agglomerate with 
each other through the cationic resin and the pigment dispersion to be thickened. Then, the pigment dispersion was 
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subjected to repeated pulverization and dispersion procedures using the nanomizer, to prepare an aqueous silica 
Silica sol A-2 

[01 1 65] Gel method silica particles (trademark: SYLOJET P403, made by GRACE DAVISON K.K., average secondary 
part,cle s,ze: about 3 urn) were repeatedly dispersed and pulverized in water by using a sand grinder and then bv a 

^ R h °H LUIDI , Z H ER (m K° de,: M - 110 " EH ' madS by MICHOFLUID.CS CO.), to provide anlqueous dispersion containTng 
1 0% by dry sohd we,ght of the silica particles (Silica sol A-2) having an average secondary particle size of 450 nm 

Silica sol B-2 

[0166] Wet method silica particles (trademark: NIPSIL HD-2, made by NIHON SILICA KOGYO K.K., average primary 
ulZ " m ' t avera9 ! secondar y Particle size: 3 ^m) were repeated.y dispersed and pu.verized in water by 
using a sand gnnderto prov.de an aqueous dispersion containing 10% by dry solid weight of the silica particles having 

ssrssrjsss? t ?f 45 i nm , The aqueous dispersion in an am ° um ° f 1 °° ^ * ^ *2 

mixed with .15 parts by dry sol.d weight of a cationic resin consisting of diallyldimethyl quaternary ammonium hydro- 
chloric acid salt (trademark: UNISENCE CP-103, molecular weight: 100,000, made by SENKA K.K.), to cause the 
pigment particles o agglomerate with each other through the cationic resin and the pigment dispersion to be thickened 
Then, the pigment dispersion was subjected to repeated pulverization and dispersion procedures using the sand grind^ 

tlnrlZTr f aqU60US Si " Ca diSperSi0n < Si,ica so ' B - 2 > containing 10% by dry solid weight of the agglomerated 
silica particles having an average secondary particle size of 450 nm. 

25 Silica sol C 

\2 6 Jr\ SMiCa S0 ' B " 2 ^ repeated 'y P u 'verized and dispersed by using a sand grinder and then by a microflu- 

Tn a lr° PrSPare I" aqUeOUS , S,,,Ca ^rslon (SiMca sol C) containing 1 0% by dry solid weight of silica particles having 
an average secondary particle size of 300 nm. i«v.n 9 



30 



Silica sol D 



tf>168] Fumed s.hca particles (trademark: REOLOSIL QS-1 02, made by TOKUYAMA K.K., specific surface area 200 
m2/g, average pr.mary particle size: about 15 nm calculated from the specific surface area value, Si0 2 content- 99 9% 
or more) were repeatedly dispersed and pulverized in water by using a sand grinder and then by a microSizer to 



Silica sol E 
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[0169] The silica sol D in an amount of 1 00 parts by dry solid weight was mixed with 15 parts by dry solid weight of 
a cationic resin consisting of diallyldimethyl quaternary ammonium-hydrochloric acid salt (trademark- UNISENCE CP- 
throuoh h C ^t Wei9ht: 100 '° 00 : made bV SENKA K K ) ' 10 C3USe the P'S" 16 " 1 P articles t0 agglomerate with each other 
rS£T™ T r reS ' n Pi9mem diSPerS, '° n 10 bS thiCkened ' Then ' the P'9 ment dis P ersion was subjected to 

ZTu JTh ■ , Lf Persi ° n P r ° ced ^ using the sand grinder and then the microf.uidizer, to prepare an 

In ZZT H erS '° n f ^ E) C ° ntaining 1 ° % by ** S0Md W8i9ht ° f the a gg'°merated s.iica particles having 
an average secondary particle size of 1 00 nm. y 

Alumina sol (a) 

[0170] Alumina particles (trademark: AKP-20, cc-alumina, made by SUMITOMO KAGAKUKOGYO K K ) were repeat- 
edly dispersed and pulverized in water by using a sand grinder and then by a microfluidizer, to provide an aqueous 

Se s, n ze of ro a nm ! W> C ° ntain ' n9 ' ° % * ^ ° f *"* a ' Umina an average seconda * 

Alumina sol (b) 

[0171] Alumina particles (trademark: AKP-G015, y-alumina, BET specific surface area: 150 m^/g, f ine pore volume: 
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0.5 ml/g, fine pore size: 6.0 nm, made by SUMITOMO KAGAKUKOGYO K.K.) were repeatedly dispersed and pulverized 
in water by using a sand grinder and then by a microfluidizer, to provide an aqueous dispersion (Alumina sol (b)) 
containing 1 0% by dry solid weight of the alumina particles having an average particle size of 200 nm. 

5 Alumina sol (c) 

[0172] The same procedures as for alumina sol (b) were repeated, except that the alumina particles under the trade- 
mark of AKP-G1 05 were replaced by other alumina particles under the trademark of AKP-G020 (made by SUMITOMO 
KAGAKUKOGYO K.K., BET specific surface area: 200 m 2 /g, fine pore volume: 0.5 ml/g, fine pore size: 4.5 nm, to 
10 prepare alumina sol (c) 

Alumina sol (d) 

[0173] Fumed alumina particles made by CABOT CO. were repeatedly dispersed and pulverized in water by using 
15 a sand grinder and then by a microfluidizer, to provide an aqueous dispersion containing 10% by dry solid weight of 
the fumed alumina particles containing 6-alumina, 5-alumina and y-alumina in a mixing weight ratio of about 3:1:1) and 
having an average particle size of 300 nm. 

Aluminosilicate sol 

20 

[0174] Isopropyl alcohol in an amount of 100g was charged in a glass reactor vessel having a capacity of 2 liters 
and heated to a temperature of 60°C by using an oil bath heater. Then, the isopropyl alcohol was added with 5g of 
aluminum isopropoxide (made by WAKO JUNYAKUKOGYO K.K.) and then with 1 .0g of an acid catalyst consisting of 
acetic acid (made by WAKO JUNYAKUKOGYO K.K.), while stirring the mixture in the vessel with stirring wings (diam- 
25 eter: 3 cm, three wings) at a rotation rate of 1 .67 rps (100 rpm) and the resultant mixture was refluxed for 24 hours, 
while maintaining the temperature of the mixture at 60°C. 

[0175] Separately from the above-mentioned procedures, ion-exchanged water in an amount of 1 0Og was placed in 
a glass reactor vessel, heated to a temperature of 60°C and mixed with 1 8g of ethyl orthosilicate (made by WAKO 
JUNYAKUKOGYO K.K.) and then with 1 .0g of an acid catalyst consisting of nitric acid (made by WAKO JUNYAKUK- 

30 OGYO K.K.) The resultant mixture was refluxed for 24 hours while the temperature of the mixture is maintained at 60°C. 
[0176] The above-mentioned ethyl orthosilicate-nitric acid-ion-exchanged water solution was mixed into the above- 
mentioned aluminum isopropoxide- acetic acid-isopropyl alcohol solution, and the mixture was stirred at a temperature 
of 60°C for 6 hours, to prepare a dispersion of fine particles of aluminosilicate. Then, the resultant aluminosilicate 
particle dispersion was heated at a temperature of 60°C in an evaporator to concentrate the dispersion. Agglomerates 

35 of the aluminosilicate particles were obtained. The resultant aluminosilicate particles had a molar ratio of alumina to 
silica of 3:2. The agglomerates were added with water, dispersed in water by a sand grinder and further dispersed by 
a microfluidizer, the dispersion procedures by the sand grinder and then by the microfluidizer were repeated until the 
average secondary particle size of the particles reached 200 nm (average primary particle size: 10 nm). An aqueous 
dispersion containing 1 0% by dry solid weight of aluminosiliate particles having an average secondary particle size of 

40 450 nm. 

[0177] In Examples 1-1 to I-30 and Comparative Examples 1-1 to I-9, the following substrate sheets were employed. 
Substrate sheet A 

45 [0178] A bleached softwood kraft pulp (NBKP) having a Canadian Standard Freeness (CSF) of 250 ml determined 
in accordance with JIS P 8121 and a bleached hardwood kraft pulp (LBKP) having a CSF of 280 ml were mixed with 
each other in a mixing weight ratio of 2.8 in an aqueous medium, to provide an aqueous pulp slurry having a pulp 
content of 0.5% by dry solid weight. The pulp slurry was mixed with 2.0% by weight of a cationic starch, 0.4% by weight 
of an alkylyketenedimer, 0.1 % by weight of an anionic polyacrylamide resin and 0.7% by weight of a polyamidepolyami- 

50 neepichlorohydrin resin, based on the bone dry weight of the mixed pulp, and the resultant mixture was fully stirred to 
prepare an uniform pulp slurry. 

[0179] The pulp slurry having the above-mentioned composition was subjected to a paper-forming procedure using 
a wire paper machine, the resultant wetted paper sheet was passed through a dryer, a sizepress and a machine 
calender, to provide a paper sheet having a basis weight of 1 80 g/m 2 and a bulk density of 1 .0 g/cm 3 . The sizepress 
55 liquid used in the above-mentioned sizepress procedure was prepared by mixing a carboxyl-modified polyvinyl alcohol 
and sodium chloride with each other in a weight ratio of 2:1 , dissolving the resultant mixture in water at a temperature 
of 90 to 95°C to prepare a sizepress solution having a dry solid content of 5% by weight. The sizepress solution was 
coated on both the front and back surface of the paper sheet, in a total coating amount of 25 ml/m 2 . A substrate sheet 
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A was obtained. 



Substrate sheet B 



10 



15 



[0180] A corona d.scharge treatment was applied onto both the front and back surfaces of the same base paper 
sheet as the substrate sheet (A) as mentioned above. Then, on the front (felt side) surface of the corona discharge 
treated paper sheet, a polyolefin resin composition 1 prepared in the composition shown below by a mixing and dis- 
persmg procedure by a Banbury mixer was coated in a dry coating amount of 25 g/m*, and on the back (wire side) 
h^w!n°H coro " a h dlsC D har f-treated paper sheet, a polyolefin resin composition having the composition as shown 
below and prepared by a Banbury mixer was coated in a dry coating amount of 20 g/ m 2. Each coating procedure was 
earned out by using a melt-extruder having a T type die at a melt temperature of 320°C. The front (felt side) polyethylene 
res.n composition layer was cooled and solidified by a cooling roll having a mirror-finished peripheral surface and 
the back (wire side) polyolefin resin composition 2 layer was cooled and solidified by a cooling roll having a roughened 
surface. The resultant resin coated substrate sheet B had a front surface smoothness of 6000 seconds determined in 
accordance with Japan TAPPI No. 5, OKEN type tester, and an opaqueness of 93% determined in accordance with 
Japanese Industrial Standard P 8138. 



Polyolefin resin composition 1 
20 [0181] 



Component 


Parts by dry solid weight 


Linear low density polyethylene resin (density: 0.926 g/cm3, melt index: 20 g/1 0 minutes) 
Low density polyethylene resin (density: 0.919 g/cm^, melt index: 2 g/10 minutes) 
Anatase type titanium dioxide (trademark: A-220, made by Ishihara Sangyo K.K.) 
Zinc stearate 

Antioxidant (trademark: IRGANOX 1010, made by CIBA GEIGY) 

Ultramarin (trademark: BLUISH ULTRAMARINE NO. 2000, made by DAIICHI KASEI 

K.-K.) 

Fluorescent brightening agent (trademark: UVITEX OB, made by CIBA GEIGY) 


35 
50 
15 

0.1 

0.03 

0.09 

0.3 
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Polyolefin resin composition 2 
[0182] 



Component 


Parts by dry solid weight 


High density polyethylene resin (density: 0.954 g/cm* melt index: 20 g/10 minutes) 
Low density polyethylene resin (density: 0.924 g/cm^, melt index: 4 g/10 minutes) 


65 
35 



Substrate sheet C 
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[0183] A resin-coated substrate sheet was prepared by the same procedures as for the substrate sheet B with the 
following exceptions. 

Sin ™J^ S f S 1 ^i^f thS baSe P a P ersheet was chan 9*d to 101 g/m2 The dry coating amount of the polyolefin 

LmTn?Tth S ? I")-* 8 ^ * *"* P3P6r 8heet W3S Cha "9 ed t0 1 5 S*" 2 . and the baling 

amount of the polyolefin res.n composition 2 on the back (wire side) of the base paper sheet was changed to 25 o/m? 

^tlJ ! ? t ? f e She6t W9S CUr ' ed UpWard 0n ,he back ( wire side > surface the reof. The resultant resin- 

TAPHNo 5 okpIt t ha ? 3 fr0 : 1 SUrfaCS smoott1ness of 5000 ^"nds, determined in accordance with Japan 
lAPPl No. 5, OKEN Type tester, and an opaqueness of 90% determined in accordance with JIS P 81 38. 

Substrate sheet D 

[0185] The same base paper sheet as the substrate sheet A was treated on both the front and back surfaces with a 
corona d.scharge treatment. By using a melt extruder having a T-type die and a melting temperature of 320°C the 
back (wire side) surface of the base paper sheet was coated with the polyolefin resin composition 2 (resin composition 
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for back surface) in a dry coating amount of 20 g/m 2 , and the polyolefin resin composition 2 layer was cooled and 
solidified by a cooling roll having a roughened peripheral surface. The resultant resin-coated substrate sheet D had a 
front surface smoothness of 6000 seconds determined in accordance with Japan TAPPI No. 5, OKEN Type tester and 
an opaqueness of 93% determined in accordance with JIS P 8138. 

5 

Example 1-1 

[0186] An ink jet recording material of the present invention was produced by the following procedures. 

[0187] An aqueous coating liquid for an ink receiving inside layer having a dry solid content of 15% by weight was 

10 prepared by mixing 100 parts by dry solid weight of gel method silica particles (trademark: SYLOJET P612, made by 
GRACE DAVISON CO.) having an average secondary particle size of 7.5 um, an average primary particle size of 10 
nm, fine pore volume of 1 .16 ml/g and an average fine pore size of 16.2 nm with 35 parts by dry solid weight of a siiyl- 
modified polyvinyl alcohol (trademark: PVA R-1130, made by KURARAY K.K.) The aqueous coating liquid was coated 
in a dry solid amount of 15 g/m 2 on the front surface of the same base paper sheet as substrate sheet A by using a 

is die coater. Then, before the coating liquid layer was dried, an aqueous coating liquid for an ink receiving outermost 
layer prepared by mixing 1 00 parts by dry solid weight of the silica sol A-1 with 30 parts by dry solid weight of a polyvinyl 
alcohol (trademark: PVA-135H, made by KURARAY K.K.) having a degree of polymerization of 3500 and a degree of 
saponification of 99% or more : and having a total dry solid content of 8% by weight was coated in a dry solid amount 
of 5 g/m 2 on the welled coaling liquid layer by using a die coater, and then both the coating liquid layers were dried, 

20 to form the ink receiving inside and outermost layers. 

Example I-2 

[0188] An ink jet recording material was produced by the same procedures as in Example 1-1 with the following 
25 exception. 

[0189] The silica sol A-1 was replaced by silica sol B-1 . 

Example I-3 

30 [0190] An ink jet recording material was produced by the same procedures as in Example I-2 with the following 
exception. 

[0191] The substrate sheet A was replaced by the substrate B. 
Example I-4 

35 

[0192] An ink jet recording material was produced by the following procedures. 

[0193] An aqueous coating liquid for an ink receiving inside layer was prepared in a dry solid content of 15% by 
weight from a mixture of 100 parts by dry solid weight of gel method silica particles (trademark: SMSG-3U, made by 
GRACE DAVISON CO.) having an average secondary particle size of 300 nm, an average fine pore size of 12.5 nm, 
40 an average fine pore volume of 0.63 ml/g with 25 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA- 
140H, made by KURARAY K.K.), and coated in a dry amount of 20 g/m 2 on a front surface of the substrate sheet B 
by using a die coater. 

[0194] Then, before drying the coating liquid layer, an aqueous coating liquid for an ink receiving outermost layer 
prepared from a mixture of 1 00 parts by dry solid weight of silica sol B-1 with 25 parts by dry solid weight of a polyvinyl 
45 alcohol (trademark: PVA-140H, made by KURARAY K.K.) and having a total dry solid content of 8% by weight was 
coated on the wetted coating liquid layer to form an ink receiving outermost layer in a dry amount of 5 g/m 2 . Then the 
coating liquid layers for the ink receiving inside and outermost layers were dried. 

Example I-5 

50 

[0195] An ink jet recording material was produced by the same procedures as in Example I -4 with the following 
exception. 

[0196] In the formation of the ink receiving inside layer, the gel method silica particles were replaced by alumina- 
modified gel method silica particles (trademark: WSSG-1CA, made by GRACE DAVISON CO.) having an average 
55 secondary particle size of 1 ujti. 
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Example 1-6 

except" inl< reC ° rdin9 materia ' Pr ° dUCed by thS S3me ? rocedures as Example I -4 with the following 

5 [01 !? „ ! he formation of ink receiving inside layer, the gel method silica particles were replaced bv cation 
mod, ,ed gel method silica particles (trademark: SMSG-3CS, made by GRACE DAVISON CO.) havtng^n Average 

rss^srsr-^r an average prima * particle size of 12 nm ' a fine pore ~ 063 ^ = 

10 Example I-7 

^ptior^" ^ reC ° rding mat6rlal ^ Pr ° dUCed ^ thG Same P rocedures as in sample I-4 with the following 
[0200] The substrate sheet B was replaced by substrate sheet C. 

Example I-8 

exception^ * reC ° rC " n9 mat6ria ' Pr ° dUCed by the Same P rocedures as in Example t -4 with, the fol.owing 
D y Ojl yJISk^T 316 Sh6et 8 ^ reP ' aCed ^ 3 P ° lyPrOPy,ene Synthe,iC P a P er sheet (trademark: GWG-140, made 
Example I-9 

2S [0203] An ink jet recording material was produced by the following procedures 

[0204] An aqueous coating liquid for an ink receiving outermost layer was prepared in a dry solid content of 8% bv 
weight from a mixture of 100 parts by dry solid weight of silica sol B-particles with 25 parts by dry solid w Joht tf a 
polyvinyl alcohol (trademark: PVA-140H, made by KURARAY K.K.), and coated in a demount o7 5 X* on a front 
surfaceofatransparem^^ 

a thickness of 38 jim by using a die coater. ' naving 

[0205] Then, before drying the coating liquid layer, an aqueous coating liquid for an ink receiving inside upper laver 

b^RAcfDAVISO^CoI T ^ * ** "** ^ * ^ ^ ™SgZ™Z 
by GRACE DAVISON CO.) hav.ng an average secondary particle size of 300 nm with 25 parts bv drv solid weioht „f 

a polyvinyl alcohol (trademark: PVA-140H, made by KURARAY K.K.) and having a totafdr 3 soSconten ^ oMo^/ bv 

weight was coated in a dry solid amount of 12 g/m* on the wetted coating liquid layer on the PET Z by us nq a die 

rn™ cf" ?° ati i: 9 MqUid ' ayerS f ° r the ink reCeiVin9 inside u PP er and ou « ' a Vers were dned 9 
[0206] Separately, the same aqueous coating liquid as that for the ink receiving inside upper laver was coated in a 
dry solid amount of 3 g/m* on a front surface of substrate sheet A, and superposed on the Zo ^la^erToa'ed PCT Nm 
in such a manner that, while the coating liquid layer on the substrate sheet A was kept wetted the ink rSvinq^ 
upper layersurface on the PETfilm was superimposed on the surface of the wetted coating Bqui^^SiS 
sheet A, and then dned to form an ink receiving inside under layer. Finally, the PETfilm was peeled off from ^ fnk 
receiving outermost layer, to leave an ink jet recording sheet comprising a substrate sheet A J^^£^ 

oTelVer reC6,V,n9 ' nSide Underand UPPer ' ayer and 3n ^ reCSiVing ° U,6rmOSt -ayer superposedsucceSeV 
Comparative Example 1-1 

[0207] An ink jet recording material was produced by the following procedures 

[0208] An aqueous coating liquid for an ink receiving inside layer was prepared in a dry solid content of 15% bv 

si^^ss^h'^ by dry so,id wei9ht of 9ei method siiica partic ' es (trademi: s£^6« .£2 

by GRACE DAVISON CO.) having an average secondary particle size of 7.5 urn, an average primary particle size of 
10 nm, an average fine pore volume of 1 .16 ml/g and an average fine pore size of 1 6.2 nm with SsTarts bv drv solS 
weight of a >si.y -modified polyvinyl alcohol (trademark: PVA R-1130, made by KURARAY KK) and c^ated^ a d~ 
amount of 1 0 g/m* on a front surface of the substrate sheet B by using a die coater * 
[0209] Then, while the coating liquid layer was kept wetted, an aqueous coating liquid for an ink receivina outermost 

Smp^To f T I m ' XtUr6 ° f 100 PartS by dfy S0Nd We '9 ht ° f P-cipitation method silicfpa^ce ^(tradeZ 
FINESIL X-20, made by TOKUYAMA K.K.) having an average secondary particle size of 1 9 urn an a^CoZaw 
particle s.ze of 10 nm, a fine pore volume of 1 .53 ml/g and a fine pore size of 22.8 nm with 35 l^ Z^ZZ 
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of a silyl-modified polyvinyl alcohol (trademark: PVA R-1 1 30, made by KURARAY K.K.) and 1 5 parts by dry solid weight 
of a cationic resin consisting of a diallyldimethyl quaternary ammonium-hydrochloric acid salt (trademark: UNISENCE 
CP-1 03 ; made by SENKA K.K.) and having a total dry solid content of 1 5% by weight was coated on the wetted coating 
liquid layer by using a die coater to form an ink receiving outermost layer in a dry amount of 1 0 g/m 2 . Then the coating 
5 liquid layers for the ink receiving inside and outermost layers were dried. 

Comparative Example I-2 

[0210] An ink jet recording material was produced by the same procedures as in Comparative Example 1-1 with the 
10 following exception. 

[021 1] The substrate sheet A was replaced by a P PC paper sheet. 

Comparative Example I-3 

15 [0212] An ink jet recording material was produced by the same procedures as in Comparative Example 1-2 with the 
following exception. 

[0213] The gel method silica particles (SYLOJET P612) was replaced by precipitation method silica particles (trade- 
mark: FINESIL X-45, made by TOKUYAMA K.K.) having an average secondary particle size of 4.5 ujti, an average 
primary particle size of 1 0 nm, a fine pore volume of 1 .60 ml/g and an average fine pore size of 22.6 nm. 

20 

TESTS 

[0214] The ink jet recording materials of Examples 1-1 to I-9 and Comparative Examples 1-1 to I-3 were subjected to 
the following tests for resistance of the ink images to blotting under high humidity condition, stability in color tone of 
25 the ink images and resistance of the recording materials to cockling, and test results were evaluated as follows. 

[0215] The printer for the tests was an ink jet printer (model: PM-770C, made by EPSON K.K.) The printed image 
was a N1 A portrait of GRAPHIC TECHNOLOGY-PREPRESS DIGITAL DATA EXCHANGE-STANDARD COLOUR IM- 
AGE DATA (SCID), published by NIHON KIKAKU KYOKAI. 

30 Resistance of ink images to blotting under high humidity condition 

[0216] An ink jet recording sheet having printed ink images was stored in a room at a temperature of 23°C at a 
relative humidity of 65% in a filed condition for one month, and the degree of blotting of the ink images was observed 
and evaluated as follows. 

35 ' 



Class 


Resistance to blotting 


4 
3 
2 
. 1 


Substantially no blotting of ink images is found. Very good. 
A certain degree of blotting is found. Practically usable. 
Image blotting is found. Practical use is difficult. 
Significant image blotting is found. 



Stability in color tone of ink images 

45 [0217] The term "stability in color tone of ink images" used herein theoretically relates to AE defined in "New Edition 
COLOR CHEMISTRY HANDBOOK (the second edition) : published by TOKYO DAIGAKU SHUPPANKAI, page 257 
(1998). In the present invention, the stability was evaluated in the following manner. 

[0218] Ink images were printed on each of the ink jet recording materials of the above-mentioned examples and 
comparative examples, and the printed recording material was stored under conditions of 23°C and 65% RH for one 
50 week. Then the same ink images as those mentioned above were printed on the non-printed portion of the one week- 
stored recording material. Then the one week-stored ink images were compared with the newly printed ink images. A 
time after which the newly printed images appeared the same color tone as that of the one week-stored images by the 
naked eye observation, namely, the color tone of the newly printed images were fully stabilized, was measured by 10 
men and 1 0 women. An average was calculated from the 20 results. 

55 
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Resistance to cockling 



[0219] Immediately after printing ink images on the ink jet recording material, the cockling condition of the recording 
material was observed by the naked eye and evaluated as follows. " 



Class 


Resistance to cockling 


3 


No cockling is found. 


2 


Slight cockling is found. 


1 


Significant cockling is found. 



Gloss of recording material 

[0220] The gloss of the recording material surface was observed by the naked eye and evaluated as follows. 



Class 



Gloss 



4 
3 

2 
1 



Excellent gloss ~~ ~ — 

Good gloss similar to that of silver salt photographic sheet. (Also, the color density of recorded images are 
similar to that of silver salt photographic sheet.) 
Glossy. Practically usable. 
Poor gloss. Mat-like. 



[0221] The test results arc shown in Table 1 . 



Table 1 
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Item 


Resistance 
of images 
to blotting 


Stability 
of color 
tone of 


Resistance of 

recording 

material 


Gloss 


Example No. 




under high 
humi di ty 


image 


to cockling 






1-1 


4 


30 min 


2 


2 




1-2 


4 


20 man 


2 


2 




1-3 


3 


2 0 min 


3 


2 


Example 


1-4 


3 


10 min 


3 


3 


1-5 


3 


10 min 


3 


1 3 




1-6 


3 


10 min 


3 


3 




1-7 


3 


10 min 


3 


3 




1-8 


3 


15 min 


3 


3 




1-9 


4 


10 min 


2 


4 


Compara tive 
Example 


1-1 


4 


30 min 


2 


1 


1-2 


4 


30 min 


1 


1 




1-3 


4 


300 min ) 


1 [ 


1 



so 



[0222] Table 1 clearly shows that the Inkjet recording materials of the present invention exhibited satisfactory gloss 
and resistance to cockling and the recorded images had a high resistance to blotting under a high humidity condition 
and could be stabilized in color tone within a short time. 

Example 1-10 



55 



[0223] A front surface of substrate B was coated with an aqueous coating liquid containing a mixture of 1 00 parts 

^ l l WS,ght °' Si ' iCa S °' A " 2 With 30 partS by dry SOlid wei 9 ht of a P°'y vin y' alc °hol (trademark: PVA-1 40H made 
by KURARAY) having a degree of polymerization of 4,000 and a degree of saponification of 99% or more and having 
a total dry solid content of 8% by weight, by using a Mayer bar, and dried to form an ink receiving inside layer in a dry 
solid amount of 30 g/m*. The inside layer was coated with an aqueous coating liquid containing a mixture of 50 parts 
by dry solid weight of silica sol B-2 with 50 parts by dry solid weight of alumina sol (a) and 25 parts by dry solid weight 
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of a polyvinyl alcohol (trademark: PVA-140H, made by KURARAY K.K.) having a polymerization degree of 4,000 and 
a saponification degree of 99% or more, and having a total dry solid content of 8% by weight, by using a Mayer bar 
and dried, to form an ink receiving outermost layer having a dry solid amount of 5 g/m 2 . An ink jet recording material 
was obtained. 

5 

Example 1-11 

[0224] An ink jet recording material was produced by the same procedures as in Example 1-10 with the following 
exception. 

10 [0225] The silica sol B-2 for the ink receiving outermost layer was replaced by silica sol C. 
Example 1-12 

[0226] An ink jet recording material was produced by the same procedures as in Example 1-10 with the following 
15 exceptions. 

[0227] The silica sol B2 was replaced by silica sol E and the alumina sol (a) for the ink receiving outermost layer 
was replaced by alumina sol (b). 

Example 1-13 

20 

[0228] An ink jet recording material was produced by the same procedures as in Example 1-12 with the following 
exception. 

[0229] The alumina sol (b) was replaced by alumina sol (d). 
25 Example 1-14 

[0230] A front surface of substrate B was coated with an aqueous coating liquid containing a mixture of 100 parts 
by dry solid weight of silica sol A-2 with 30 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA-1 40H, made 
by KURARAY) having a degree of polymerization of 4,000 and a degree of saponification of 99% or more and having 

30 a total dry solid content of 8% by weight, by using a Mayer bar and dried to form an ink receiving inside under layer 
in a dry solid amount of 30 g/m 2 . The inside under layer was coated with an aqueous coating liquid containing a mixtu re 
of 100 parts by dry solid weight of alumina sol (b) with 10 parts by dry solid weight of a polyvinyl alcohol (trademark: 
PVA-1 40H, made by KURARAY K.K.) having a polymerization degree of 4,000 and a saponification degree of 99% or 
more, and having a total dry solid content of 8% by weight, by using a Mayer bar and dried to form an ink receiving 

35 inside upper layer having a dry solid amount of 2.5 g/m 2 . The ink receiving inside upper layer was coated with an 
aqueous coating liquid containing a mixture of 100 parts by dry solid weight of silica sol E with 25 parts by dry solid 
weight of a polyvinyl alcohol (trademark: PVA-140H, made by KURARAY K.K.) having a polymerization degree of 4,000 
and a saponification degree of 99% or more, and having a total dry solid content of 8% by weight, by using a Mayer 
bar, and dried to form an ink receiving outermost layer having a dry solid amount of 2.5 g/m 2 . 

40 [0231] An ink jet recording material having a recording stratum formed on the substrate sheet coat comprising the 
ink receiving inside under, inside upper and outermost layers superposed successively on each other, was obtained. 

Example 1-15 

45 [0232] An ink jet recording material was produced by the same procedures as in Example 1-14 with the following 
exception. 

[0233] The alumina sol (b) for the ink receiving inside upper layer was replaced by alumina sol (c). 
Example 1-16 

50 

[0234] A front surface of substrate B was coated with an aqueous coating liquid containing a mixture of 100 parts 
by dry solid weight of silica sol A-2 with 30 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA-1 40H, made 
by KURARAY) having a degree of polymerization of 4,000 and a degree of saponification of 99% or more and having 
a total dry solid content of 8% by weight, by using a Mayer bar and dried to form an ink receiving inside under layer 
55 in a dry solid amount of 30 g/m 2 . The inside under layer was coated with an aqueous coating liquid containing a mixture 
of 100 parts by dry solid weight of silica sol E with 25 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA- 
140H, made by KURARAY K.K.) having a polymerization degree of 4,000 and a saponification degree of 99% or more, 
and having a total dry solid content of 8% by weight, by using a Mayer bar and dried, to form an ink receiving inside 
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Example 1-17 

Sion^ reC ° rding mater,a ' ^ Pr ° dUCed by thS Same P r0Cedu - « -n Example 1-12 with the following 

[0237] The substrate sheet B was replaced by substrate sheet C. 

15 Example 1-18 

exceSion An "* * reC ° rdin9 """" Pr ° dUCed " V » e Sa ™ P rocedures as » Examp.e ,-12 with the fC.owing 
SSLSiSSfriT 1 B r S r ? P ' aCed b/ 3 Synth6tiC Paper Sheet trademark: YUPO GAG-130 made by OJ, 

Example 1-19 

dVsoS amount on ^Sand dried m °' eCU ' ar ^ ^ ^ 3 d " S °' id COntent of 3% b * weight in a 

45 

Example I-20 

Son"" '*' r90 °""" 9 matt *' Pr °' < " 0 * d bV ' h ' "™ » » E ""P" "9 w»h ,h« «oM„g 

Example 1-21 

" ROR-T m^rbvTOR/Y K^r" 9 ^.^7 ° f * P-V**". terephthalate (PET) film (trademark: LUMIR- 
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of 4,000 and a saponification degree of 99% or more and having a total dry solid content of 8% by weight, by using a 
Mayer bar, and dried, to form an ink receiving outermost layer having a dry solid amount of 5 g/m 2 . 
[0245] The ink receiving outermost layer was coated with an aqueous coating liquid containing a mixture of 1 00 parts 
by dry solid weight of silica sol A-2 and 30 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA-1 40H, made 
5 by KURARAY) having a polymerization degree of 4,000 and a saponification degree of 99% or more, and having a 
total dry solid content of 8% by weight, by using a Mayer bar, and dried to form an ink receiving inside layer having a 
dry solid amount of 30 g/m 2 . 

[0246] Separately, a front (felt side) surface of substrate sheet D was subjected to a corona discharge treatment and 
then to an extrusion lamination procedure with the same polyolefin resin composition as the polyolefin resin composition 

10 1 prepared by a mixing and dispersing procedure using a Banbury mixer using a melt extruder provided with a T-type 
die at a melt temperature of 320°C, to form a polyolefin resin coating layer in an amount of 25 g/m 2 . 
[0247] While the polyolefin resin coating layer is kept in the melt state, the ink receiving inside layer on the casting 
base film was brought into contact with the melted polyolefin resin coating layer on the substrate sheet D to bond the 
ink receiving inside layer to the polyolefin resin coating layer, and then the polyolefin resin coating layer was cooled 

is and solidified by a cooling roll with a mirror-finished peripheral surface. Then, the PET film was peeled off from the ink 
receiving outermost layer. An ink jet recording material having a recording stratum formed on the substrate D and 
having ink receiving inside and outermost layers was obtained. 

Example 1-22 

20 

[0248] A front surface of substrate B was coated with an aqueous coating liquid containing a mixture of 100 parts 
by dry solid weight of aluminosilicate with 30 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA-1 40H, 
made by KURARAY) having a degree of polymerization of 4,000 and a degree of saponification of 99% or more and 
having a total dry solid content of 8% by weight, by using a Mayer bar, and dried to form an ink receiving inside layer 

25 having a dry solid amount of 30 g/m 2 . The inside layer was coated with an aqueous coating liquid containing a mixture 
of 100 parts by dry solid weight of alumina sol (b) with 10 parts by dry solid weight of a polyvinyl alcohol (trademark: 
PVA-1 40H, made by KURARAY K.K.) having a polymerization degree of 4,000 and a saponification degree of 99% or 
more, and having a total dry solid content of 8% by weight, by using a Mayer bar and dried, to form an ink receiving 
outermost layer having a dry solid amount of 5 g/m 2 . An ink jet recording material having a recording stratum consisting 

30 of ink receiving inside and outermost layers was obtained. 

Comparative Example I-4 

[0249] An ink jet recording material was produced by the following procedures. 
35 [0250] A front surface of substrate sheet B was coated with an aqueous coating liquid containing a mixture of 50 

parts by dry solid weight of wet method silica particles (trademark: NIPSIL HD-2, made by NIHON SILICA KOGYO K. 

K.) having an average primary particle size of 1 1 nm and an average secondary particle size of 3 pm with 50 parts by 

dry solid weight of alumnina particles (trademark: A-26, made by SUMITOMO KAGAKUKOGYO K.K., a-crystal form, 

crystal size: 3 |im) and 10 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA-1 40H, made by KURARAY 
40 K.K.) having a polymerization degree of 4,000 and a saponification degree of 99% or more, and having a total dry solid 

content of 8% by weight, by using a Mayer bar, and dried to form a single ink receiving layer (recording stratum) having 

a dry solid amount of 20 g/m 2 . 

Comparative Example I-5 

. 45 

[0251] An ink jet recording material was produced by the following procedures. 

[0252] A front surface of substrate sheet B was coated with an aqueous coating liquid containing a mixture of 1 00 
parts by dry solid weight of silica sol B-1 with 30 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA-1 40H, 
made by KURARAY K.K.) having a polymerization degree of 4,000 and a saponification degree of 99% or more, and 
so having a total dry solid content of 8% by weight, by using a Mayer bar, and dried to form a single ink receiving layer 
(recording stratum) having a dry solid amount of 20 g/m 2 . 

Comparative Example I-6 

55 [0253] An ink jet recording material was produced by the following procedures. 

[0254] A front surface of substrate sheet B was coated with an aqueous coating liquid containing a mixture of 1 00 
parts by dry solid weight of alumina sol (a) and 1 0 parts by dry solid weight of a polyvinyl alcohol (trademark: PVA- 
140HHTiade by KURARAY K.K.) having a polymerization degree of 4,000 and a saponification degree of 99% or more, 
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and having a total dry solid content of 8% by weight, by using a Mayer bar, and dried to form a single ink receiving 
layer (recording stratum) having a dry solid amount of 20 g/m 2 . receiving 

Comparative Example I-7 

[0255] An Inkjet recording material was produced by the following procedures 

S 2 rf. 6 L h A fr0n | t H SUrfaC t f t of , Substrate sheet B was coa ted with an aqueous coating liquid containing a mixture of 50 
parts by dry solid weight of a pseudoboehmite sol (trademark: AS-3, made by SHOKUBAI KASEI K.K ) with 50 parts 

bv" Sr S ARAV T«?l Si ' iCa T 30 bV ^ S ° ,id Wei9ht ° f 3 a,Coho » ^mar * PVA-135 mad! 

by KURARAY K.K.) having a polymerization degree of 3,500 and a saponification degree of 99% or more, and having 

Z l?n C °H tent V % bV Wei9ht ' ^ U f 9 3 Mayer bar ' and dhed t0 f0rm a sin 9' e lnk reiving layer (recording 
stratum) having a dry solid amount of 20 g/m 2 . a 

TESTS 

[ °k 57 1 . EaC H ° f the i0k j6t recordi "9 materials of Examples mo to I-22 and Comparative Examples I-4 to I-7 were 
subjected to the following tests forsmoothness, gloss, clarity of ink images , ink absorbing property and water resistance 
of ink images, and the test results were evaluated in the following classes. 

[0258] The ink jet recording was carried out by using an ink jet printer (model: PM-770C, made by EPSON K.K.) 
Smoothness and gloss 

[0259] The smoothness and gloss of the ink jet recording material surface was observed by the naked eye at an 
observation angle of 20 degrees to the recording surface and evaluated as follows. 



Class 



4 
3 
2 
1 



Smoothness and gloss 



Excellent smoothness and gloss comparative to those of color photograph. 
High smoothness and gloss but slightly lower than those of color photograph. 
Law smoothness and gloss. 
Very bad smoothness and gloss. 



Clarity of images 

[0260] Each ink jet recording material was printed with images of ISO/JIS SCIDN1 , and printed recording material 
adult women. The results were evaluated by a point from 1 to 5, and an average of the evaluation results were calcu- 



40 



Point... Excellent 



45 



1 ... Not clear 



Ink absorbing property 



nortloi „f SamP u recordin 9 materiai havin 9 dimensions of 10 cm x 10 cm was attached to a center 

so TZ* a^TTs l^V j", A4 SiZ6 ' W9S S0Md Print6d by 3 "Coloring ink in an ink-jetting amount of 
U.T h t 9 ' m Samp ' e W9S ° bSerVed and eVa,Uated in such a mann * that « woodfree 

C TJZ T!> > s"Pe<P°sed on the ink-printed sample of the recording material, and a time necessary to reaching a 
condition ^such that no ink was transferred from the ink-printed sample to the superposed woodfree paper sheet was 



55 



Class 



4 
3 



Time 



Less than one second. 

One second or more but less than 5 seconds. 
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(continued) 



Class 


Time 


2 
1 


Five seconds or more but (ess than one minute. 
One minute or more. 



Water resistance of images 

[0262] The ink images on the ink jet recording materia! was left to stand under room conditions for 24 hours. There- 
after, a water drop was dropped on the images, and one minute after, the water drop was wiped off. The water drop- 
wetted portion of the images were observed by the naked eye and evaluated as follows. 



Class 


Water resistance 


4 


No blotting of ink images are found. 


3 


Blotting of ink images is slight. Practically usable. 


2 


ink images are certainly blotted. 


1 


Blotting of ink images is significant. Practical use is difficult. 



20 

[0263] The test results are shown in Table 2. 



Table 2 
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Item 


Smoothness 


Clarity 


Ink 


Water - 






and gloss 


of" images 


absorption 


resistance 
of 


Example No. 










images 




1-10 


2 


3.0 


4 


3 




1-11 


3 


3.2 


4 


3 




1-12 


4 


4 . 0 


4 


3 




1-13 


4 


3.9 


4 


3 




1-14 
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[0264] Table 2 clearly shows that the ink jet recording materials of the present invention had excellent smoothness, 
gloss and ink-absorbing property and the recorded ink images exhibited excellent clarity and water resistance. These 
properties are comparative to those of the silver salt photographic sheet, and thus the ink jet recording materials of 
the present invention is excellent for practice. 

Example 1-23 

[0265] A front surface of substrate sheet A was simultaneously coated with a coating liquid A having the composition 
as shown below for forming an ink receiving inside layer on the substrate sheet A and a coating liquid B having the 
composition as shown below for forming an ink receiving outermost layer on the ink receiving inside layer, by using a 
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two-coating slide die coater, and coated coating liquid layer were simultaneously dried 

[0266] An ink jet recording material of the present invention having a recording stratum consisting of the ink receiving 
SneT" " 3 ^ am ° Um ° f 1 5 ^ ^ reCeiVin9 ° Uterm0St ^ in a amount of 5 g/m"was 



obtained 
Coating liquid A 



10 



15 



EJSrh 3T.r C ° atln 5 'r'f ^ a " aqUe ° US C ° ating " qUid containin 9 a mixture of 100 parts by dry solid weight of 
geh methods.lica part.cles (trademark: SYLOJET P403, made by GRACE DAVISON CO.) having an average seoonda^ 

SS^^kT)^ H V?" 7T- of a sily, " modified po,yvinyl a,coho1 0^™*^^ 

^TpmLTA , . ' ^ by dry SOl ' d WS,ght 0f a cationic resin (trademark: UNISENCE CP-103 made 

by SENKA K.K.) and having a total dry solid content of 15% by weight. 



Coating liquid B 



[0 > 2681 , I h o 6 CO f n9 ' iqUid B WaS a " aqU90US COating ^ uid co "taining a mixture of 100 parts by dry solid weight of 

KURARA?; an"d havino a ?? " * ^ Mi ™ ^5 -de ^ 

KURARAY) and having a total dry solid content of 8% by weight. 

20 Example I-24 

excfption An reCOrdin9 materiaI ^ Pr ° dUCed bV Same P rocedures as in Sample I-23 with the following 

[0270] The substrate sheet A was replaced by substrate sheet B. 



Example I-25 

excrptiom" reCOrdin9 materia ' WaS Pr ° dUCed ^ SamS P rocedures as Example I-23 with the following 

[0272] The ink receiving inside layer was formed from a coating liquid C as shown below. 
Coating liquid C 

C °f \ ™e .coating lic > uid C was an aq^ous coating liquid containing a mixture of 100 parts by dry solid weight of 
gen method silica pamc.es (trademark: SYLOJET 703C, made by GRACE DAVISON CO.) having a ^avXageseTonSa^ 

HAY K.K.) and having a total dry solid content of 1 5% by weight. 

Example I-26 

[0274] An ink jet recording material was produced by the following procedures 

!n 2 th 51 i !T T a °t ° f SUbstrate A was coated with the coating liquid C for forming an ink receiving inside layer 

2 1 TZ I 61 A and C ° ating " qUid 8 f ° rf ° rming an ink receivin 9 outsrmost la V°" the ink receiving inside 

Z%« * tW °- COatm 9 slot die coater ' and c ° a ^ coating liquid layer were simultaneously dried 

[0276] An Inkjet recording material of the present invention having a recording stratum consisting of the ink receivina 

obTa?ned yer " " ^ ^ " 1 5 °^ ^ ° Uterm ° St ,a ' er in a dr * solid amoum o! 5 ^ was 

Example 1-27 

Siom" reC ° rdin9 matSrial ^ Pr ° dUCed ^ S8me pr ° CedureS as in Exam P' e '" 24 w'th the following 

E£S fJm 6 T 6i ? 9 !?^ e ' ayer ^ f0mied fr ° m thS COatin 9 '^ uid C and the ink reiving outermost layer was 
formed from a coating liquid D having the following composition. 

Coating liquid D 

[0279] The coating liquid D was an aqueous coating liquid containing a mixture of 1 00 parts by dry solid weight of 
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silica sol A-1 and 30 parts by dry solid weight of a partially saponified polyvinyl alcohol (trademark: PVA 235, made by 
KURARAY K.K.) and having a total dry solid content of 8% by weight. 



Example I-28 

5 m 

[0280] An ink jet recording material was produced by the following procedures, 

[0281] A front surface of substrate sheet B was coated with the coating liquid C for forming an ink receiving inside 
layer in a dry solid amount of 1 5 g/m 2 by using a slot die coater and while the coating liquid C layer was kept in wetted 
condition before drying, further with the coating liquid B for an ink receiving inside outermost layer in a dry solid amount 
w of 5 g/m 2 , by using another slot die coater, and both the coating liquid layers for the ink receiving inside and outermost 
layers were simultaneously dried. 

Example I-29 

15 [0282] An ink jet recording material was produced by the following procedures. 

[0283] A front surface of substrate sheet B was coated with the coating liquid C for forming an ink receiving inside 
layer in a dry solid amount of 1 5 g/m 2 by using a curtain coater and while the coating liquid C layer was kept in wetted 
condition before drying, further with the coating liquid B for an ink receiving inside outermost layer in a dry solid content 
of 5 g/m 2 , by using another curtain coater, and both the coating liquid layers for the ink receiving inside and outermost 

20 layers were simultaneously dried. 

Example 1-30 

[0284] An ink jet recording material was produced by the same procedures as in Example I-25 with the following 
25 exception. 

[0285] The substrate sheet A was replaced by a polypropylene synthetic paper sheet (trademark: GWG-140, made 
by OJI YUKAGOSEISHI K.K.) 

Comparative Example I-8 

30 

[0286] The substrate sheet A was employed as an ink jet recording material. 
Comparative Example I-9 
35 [0287] The substrate sheet B was employed as an ink jet recording material. 
TESTS 

[0288] Each of the ink jet recording materials of Examples I-23 to I-30 and Comparative Examples I-8 to I-9 was 
40 subjected to the following tests and evaluations of ink absorbing property, color density of recorded images, gloss of 
recorded images, smoothness and water resistance. 

[0289] The printing for the recording material was carried out by using an ink jet printer (model: PM-770C, made by 
EPSON K.K.) 

[0290] The ink absorption of the ink jet recording material was measured and evaluated in the same manner as 
45 mentioned above. 

Color density of recorded images 

[0291] A solid black-colored images recorded on the recording material was subjected to a measurement of color 
50 density of the solid images using a Macbeth color density tester (model: RD-920, made by Macbeth). The measurement 
was repeated three times and an average value of the resultant data was calculated. 

white sheet gloss 

55 [0292] A 75° specular gloss of non-printed portion of the recording material was measured in accordance with JIS 
P8142. 
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Gloss of recorded images 



[0293] A 75° specular gloss of solid black-colored images was measured in accordance with JIS P 8142. 
5 Smoothness 

^L^nXS^ fr ° nt SUrfaCe ° f reC ° rding matenal ^ ° bSerVed by the nak6d ^ and — ted 



10 



15 



Class 


Smoothness 


5 


Extremely excellent. 


4 


Excellent. 


3 


Good. 


2 


Slightly bad. 


■ 


Bad. 



Collective evaluation 



20 



[0295] The appearance (including gloss and smoothness) and clarity of the recorded 
uated in the following five classes. 



images were collectively eval- 



25 



30 



Class 


Collective evaluation 


5 


Extremely excellent. 


4 


Excellent. 


3 


Good. 


2 


Slightly bad. 


1 


Bad. 



[0296] The test results are shown in Table 3. 



35 



40 



45 



Table 3 
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Example No . 


I ten 


i Ink 
absorp- 
tion 


Color 
den si ty 
of images 


White 
sheet 
gloss 
(%) 


Gloss of" 
images 

(%) 


Smoothness 


Collective 
evaluation 




1-23 


4 


2.10 


15 


1 25 


3 


r 3 




1-24 


4 


2.25 


20 


35 


4 


3 




1-25 
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2.35 


50 


70 


5 


5 


Example 


1-26 
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50 


70 


5 


5 


1-27 
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2.25 


35 


50 
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4 




1-28 
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2.30 


40 


60 
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4 




1-29 
1-30 


4 
4 


2.30 
2.35 


40 

55 | 


60 
75 


4 


4 


Comparative 
Example 


1-8 


1 


1.30 


8 


10 


5 
1 


5 
1 


1-9 
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90 




5 


1 



sheef B hL^nnTh h T ? ^ * * Clear that when the "quid-non-absorbing substrate 

sheet B having a h.gher smoothness than that of the substrate sheet A consisting of a paper sheet is used the resultant 

ZZT ° f ima9eS ' 9,OSS sm °° thness higher that when the substrate sheet A is used 
S r ~ COmpanS ° n , ° f Examp,e '" 25 with Exam P |e '" 24 °' 1-26, it is clear that the pigment particles contained in 

™ J\E ?, '"f , ° f EXamP ' e 25 haVin9 3 Sma " er Partide si2e than that of Example 26 or Example 24 
cause the resultant color densfty of the recorded images, gloss and smoothness to be higher than those in Example 
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[0299] In comparison of Example I-27 with Example I-25 or l-26 ; It is clear that the fumed silica particles contained 
in the ink receiving outermost layer contributed to enhancing the color density of recorded images, gloss and smooth- 
ness. Also, in Example I-25 or I-26. the ink receiving outermost layer formed by coating liquid in a dry solid amount of 
5 g/m 2 on a transparent PET film surface exhibited a haze value of 7%, and in Example 27, the ink receiving outermost 
5 layer formed by coating a coating liquid in a dry solid amount of 5 g/m 2 on a transparent PET film exhibited a haze 
value of 15%. 

[0300] In Examples I-25 and I-26, a plurality of the ink receiving layers were formed by a simultaneous multi-coating 
procedure, and the resultant recording materials had slightly higher gloss and smoothness than those in Examples I- 
28 or I-29. 

w [0301] In Example I-30, the substrate consisted of a smooth synthetic paper sheet (trademark: YUPO), and the 
resultant recording material exhibited the same good properties as those of the recording materials including the sub- 
strate sheet B. 

[0302] The ink jet recording material of the present invention can record thereon ink images having a high color 
density and exhibits a high ink absorbing property, smoothness and gloss, and thus is useful for practice. 
15 [0303] In Examples 11-1 to II-34 and Comparative Examples 11-1 to 11-12, the following substrate sheets and fine 
pigment particles were employed. 

Preparation of substrate sheets 

20 Substrate sheet A- 1 1 

[0304] An aqueous pulp slurry having a dry solid content of 0.5% by weight was prepared from 1 00 parts by dry solid 
weight of a wood pulp (LBKR CSF: 500 ml), 10 parts by dry solid weight of calcined kaolin (trademark: Ansilex), 0.05 
part by dry solid weight of a trade-available sizing agent, 1 .5 parts by dry solid weight of aluminum sulfate, 0.5 part by 
25 dry solid weight of a wet strength-enhancing agent, and 0.75 part by dry solid weight of starch. The pulp slurry was 
subjected to a wire paper forming machine, a dryer, and a machine calender, to produce a substrate paper sheet 
(substrate sheet A-ll) having a basis weight of 120 g/m 2 and a bulk density of 0.80 g/cm 3 . The substrate sheet A-ll had 
a stoght size degree of 1 0 seconds. 

30 Substrate sheet B-H 

[0305] This is the same as substrate sheet A mentioned above. 

Substrate sheet C-ll 

35 

[0306] This was prepared by the same procedures as for substrate B with the following exceptions. 
[0307] The resultant front polyolefine resin-coating layer surface was subjected to a corona discharge treatment and 
then coated with an anchor layer having the following composition and in a dry solid amount of 0.3 g/m 2 , by using a 
gravure coater. 

40 

Anchor layer 
[0308] 



Component 


Parts by dry solid weight 


Gelatin (trademark: GO 282K, made by NITTA GELATIN K.K.) 
Surfactant (trademark: EMAL E27C, made by KAO K.K.) 


100 
0.005 



so [0309] The resultant substrate C-ll had a front surface smoothness of 6000 seconds measured by JAPAN TAPPI 
No. 5, OKEN type tester, and an opaqueness of 93% determined in accordance with JIS P 8138. 

Precipitation of fine pigment particles 

55 Fine pigment particles A-ll 

[0310] Precipitation method silica particles (trademark: FINESIL X-45, made by TOKUYAMA K.K., average primary 
particle size: about 10 nm, average secondary particle size: about 4.5 |im) were repeatedly dispersed and pulverized 
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in water by using a sand grinder and then by a nanomizer (trademark: NANOMIZER, made by NANOMIZER CO ) to 
ZTeZ:Tsl U T PerSi ° n COntainin9 12% ^ ^ S0 "' d WSi9ht ° f thS Si ' ica Partic,es ^ » avi^esecondar; 
Fine pigment particles A1 -II 

[0311] Precipitation method silica particles (trademark: FINESIL X-45, made by TOKUYAMA K K averaae orimarv 
ST e: ab0Ut 10 7' a \ era9G SeC ° ndary Partide Size: about 45 ^ wereJ^^atedJcS^^ES 
orZZT US,n9 3 T 9nnder thSn by 3 nan ° miZer (^mark: NANOMIZER, made by NANOMIZER CO ) ^o 

Si Ize of1o U nm Th e ; S,0n h™ 9 1 2% * SOlid W6ight ° f the Si "' Ca partiC,es havin 9 a " average secondary^ 
J^h Ht / q ° US d,sperslon in an amount of 1 00 parts by dry solid weight was mixed with 10 parts 
by dry s ol(d nt of a cat|omc resin (trademark; SUM|REZ RES|N #1 0Q1 made kAgTkuKOGYO 

K.K. , t° cause the pigment particles to agglomerate with each other through the cationic resin and th^qment dis 

d^usTnothe nar m U h t"' ^ SUbjeCted t0 ^^n ^Z^Z^ 

dures using the nanomizer, to prepare an aqueous silica dispersion (Fine pigment particles A1-II) containinq 10% bv 

dry sohd we.ght of the agglomerated silica particles having an average secondary particle size of 100 nm 
Fine pigment particles A2-II 

20 10312] Precipitation method silica particles (trademark: FINESIL X-45, made by TOKUYAMA K K averaqe particle 
s.ze about 10 nm, average secondary particle size: about 4.5 urn) were dispersed and pulverized in waterov S a 
sand gnnder to prov.de an aqueous dispersion containing 12% by dry solid weight of "he s tea paZe navinq an 
average secondary partide s*e of 1 urn. The aqueous dispersion in an amount of 100 parts ^7^ W eTZ was 

- ^^TkK^^^ 3 C f 0niC r6Sin (trad6mark: SUM ' REZ RES ' N ^001, y marrsSoro 
rh» ntl ?? K K.) to cause the p.gment part.oles to agglomerate with each other through the cationic resin and 
the p gment d.spersion to be th.ckened. Then, the pigment dispersion was subjected to repeated pulverization and 
dispers.on procedures us.ng a sand grinder to prepare an aqueous silica dispersion (fine pigment Darted A2 m 
contaming 10% by dry solid weight of the agglomerated silica particles having a'n a.J^ZZ^^ 



10 



15 



30 



35 



40 



Fine pigment particles A3-II 

[0313] Precipitation method silica particles (trademark: FINESIL X-45, made by TOKUYAMA K K averaoe orimarv 
!n a wLtr S nv e: 3 ° Ut 10 T a !. era9e S6C0ndary PartiCle SiZe: ab0Ut 4 5 ^ were repeated dfspeie ^ and 'pulverized 
LJS »n T 9 8 T 9r,nder th6n by 3 nan ° mi2er Remark: NANOMIZER, made by NANOMIZER CO to 

partil Ize of r n m T P h erS ' 0n 1 ° % * ** S0M ^ ° f the SiMca partic,es ™ average secondary 

particle size of 80 nm. The aqueous d.spersion in an amount of 1 00 parts by dry solid weight was mixed with 1 0 parts 

ma^SE^^^^^ 

th nl h r ^ ■ ' T G by SENKA K K ) ' t0 cause the Pgment particles to agglomerate with each other 
through the cationic resin and the pigment dispersion to be thickened. Then, the pigment dispersion waTsZStSTo 
repeated pulverization and dispersion procedures using the nanomizer, to prepare an aquTous ^c TSpeSiS, ffine 

oTa e ;rr: e ^^^ 

45 Fine pigment particles B-ll 

[0314] Gel method silica particles (trademark: SYLOJET P61 2, made by GRACE DAVISON K K averaqe orimarv 
part.e e size: about 10 nm, average secondary particle size: about 7.5 ^m) were repeatedly disperl'erandTulverized 
,n water by us.ng a sand grinder and then by a nanomizer (trademark: NANOMIZER, made b ^NANOMIZER CO to 
so prov.de an aqueous dispersion (fine pigment particles B-ll) containing 15% by dry solid weightTfte .^^^ 
having an average secondary particle size of 300 nm. 9 particles 

Fine pigment particles C1-II 

55 [0315] Fumed silica particles (trademark: REOLOSIL QS-30, made by TOKUYAMA K K specific surface area- 300 

qtdeT^dThen bv a ^ 3b ° Ut 1 ° " m " ^ WpeHted * and pulveri ~ d Tn wate b^ng a sL° 

nTJZ< T» y nan ° m,Zer ' t0 ? rovide an aqueous dispersion containing 12% by dry solid weight of the silica 

particles hav.ng an average secondary particle size of 80 nm. The aqueous dispersion in an amount of 100 parS by 
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dry solid weight was mixed with 10 parts by dry solid weight of a cationic resin (trademark: SUMIREZ RESIN #1001 , 
made by SUMITOMO KAGAKUKOGYO K.K.), to cause the pigment particles to agglomerate with each other through 
the cationic resin and the pigment dispersion to be thickened. Then, the pigment dispersion was subjected to repeated 
pulverization and dispersion procedures using the nanomizer, to prepare an aqueous silica dispersion (fine pigment 
5 particles C1 -II) containing 1 0% by dry solid weight of the agglomerated silica particles having an average secondary 
particle size of 100 nm. 

Fine pigment particles C2-II 

10 [0316] Fumed silica particles (trademark: REOLOSIL QS-30, made by TOKUYAMA K.K., specific surface area: 300 
m 2 /g average primary particle size: about 10 nm, were repeatedly dispersed and pulverized in water by using a sand 
grinder and then by a nanomizer, to provide an aqueous dispersion containing 10% by dry solid weight of the silica 
particles having an average secondary particle size of 80 nm. The aqueous dispersion in an amount of 100 parts by 
dry solid weight was mixed with 1 0 parts by dry solid weight of a cationic resin consisting of diallyldimethyl quaternary 

15 ammonium-hydrochloric acid salt (trademark: UNISENCE CP-103 : made by SENKA K.K.), to cause the pigment par- 
ticles to agglomerate with each other through the cationic resin and the pigment dispersion to be thickened. Then, the 
pigment dispersion was subjected to repeated pulverization and dispersion procedures using the nanomizer, to prepare 
an aqueous silica dispersion (fine pigment particles C2-II) containing 8% by dry solid weight of the agglomerated silica 
particles having an average secondary particle size of 250 nm. 

20 

Fine pigment particles D-ll 

[0317] Alumina particles (trademark: AKP-G015, y-alumina, by TOKUYAMA K.K.) having an average secondary par- 
ticle size of about 2 u.m were repeatedly dispersed and pulverized in water by using a sand grinder and then by a 
25 microfluidizer, to provide an aqueous dispersion (fine pigment particles D-ll) containing 10% by dry solid weight of the 
alumina particles having an average secondary particle size of 130 nm. 

Example 11-1 

30 [0318] An ink jet recording material of the present invention was produced by coating substrate sheet B-ll with a 
coating liquid ll-(1) having the composition shown below by a die coaterto form an image recording stratum in a dry 
solid amount of 5 g/m 2 . 

Coating liquid ll-(1) 

35 

[0319] Coating liquid ll-(1) was an aqueous coating liquid containing a mixture of 100 parts by dry solid weight of 
fine pigment particles C2-II, 35 parts by dry solid weight of a silyl-modified polyvinyl alcohol (trademark: PVA R-1130, 
made by KURARAY K.K.) and 5 parts by dry solid weight of pyrocatechol-3,5-disulfonate sodium salt (this is called 
"TIRON", and made by KANTO KAGAKU K.K.), and having a total dry solid content of 8% by weight. 

40 

Example II-2 

[0320] An ink jet recording material was produced by the same procedures as in Example I-24 with the following 
exception. 

45 [0321] Before the ink receiving layer was formed from the coating liquid ll-(1), the front surface of the substrate sheet 
B-M was coated with a coating liquid ll-(2), having the composition as shown below, by a die coater and dried to form 
an ink receiving inside layer in a dry solid amount of 15 g/m 2 . Then, the ink receiving layer surface was coated by the 
coating liquid H-(1) and dried to form an ink receiving outermost layer in a dry solid amount of 5 g/m 2 . 

so Coating liquid ll-(2) 

[0322] This coating liquid was an aqueous coating liquid containing a mixture of 1 00 parts by dry solid weight of gel 
method silica particles (trademark: SYLOJET P403, made by GRACE DAVISON CO.) having an average primary 
particle size of about 1 3 nm and an average secondary particle size of 3 |im with 35 parts by dry solid weight of a silyl- 
55 modified polyvinyl alcohol (trademark: PVA R-1130, made by KURARY K.K.) and having a total dry solid content of 
15% by weight. 
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Example II-3 

ixceptiorf" inl< reC ° rdin9 materia ' ^ Pr ° dUCed by thS S8me P rocedures as in Example II-2 with the following 
5 [0324] The substrate sheet B-ll was replaced by substrate sheet C-ll. 
Example II-4 

[0325] An ink jet recording material was produced by the following procedures 

[0326] A polyethylene terephthalate (PET) film (trademark: LUMIRROR-T, made by TO RAY K K ) having a thickness 

fn^ Z I P by S ° dlUm Sa ' iCylate (made by KANTO KAGAKU KK > b V u sing a die coaler and dried to 

byThe coa ina 3 ZST* ^ " am ° Unt ° f 5 ^ "* reCe ' Ving ° Uterm ° St ^ was coa < ed 

™ ( at, " 9 / " q md (2) by US,P9 3 dlS COater and dried t0 form an ink rece ivng inside upper layer in a dry solid 
amount of 15 g/m* Separately, a front surface of substrate sheet B-.l was coated wit "the coating liquid I. -(2) for fXminq 

Z 2 uZ?™ 9 '"I mder ' ayer ' in 3 drV S ° lid am ° Unt ° f 1 ° "V «»'ng a bar coater, and the surface f the coTting 
he PF?^ 6 ' ° rt n XT* Sh6et (B) "" ^ SU P ef P° sed on the surface of the ink receiving inside upper laye on 

Then thP pft f i ? d reSU ' ,ant ink reCeiVing inSide under ,a * er 10 the ink recei ^9 inside upper layer 

Then the PET Mm was peeled off from the ink receiving outermost layer. The resultant ink jet recording material 
contamed a recording stratum fonmed on the substrate sheet B-ll and consisting of three ink receiving layers 

Example 11-5 

» e 0 xcepiion An "* ^ rGC ° rd ' n9 ^ P rocedures as in Example 11-3 with the following 

[0328] The coating liquid ll-(1) further contained 3 parts by dry solid weight of calcium chloride. 
Example II-6 

30 exception^" "* '* reC ° rdinQ materia ' Pr ° dU ° ed by the Same P rocedu «* « 'n Example II-3 with the following 
SSSneTiS?'" 8 " qUid ""^ " EXamP,S "" 3 W3S reP ' aCed by 3 C08ting ,iquid M -( 3 > havin 9 the composition 
35 Coating liquid ll-(3) 

S mlthJH'? 0311 ^ "1 3) iS an aqUe ° US C ° ating liquid conta '"ing a mixture of 100 parts by dry solid weight of 

ScTe ^eT^XV^T^ SYL ° JET 7 ° 3A ' by GRACE DAVISON C ° ) 'aving an average P Ia°y 
part.de size of abou 10 to 15 nm and an average secondary particle size of 300 nm with 25 parts by dry solid weight 

blnzenS T S ^ m3de by KURARY KK >< and 1 0 P arte b y *V «* weight ofThySy 

r03321 At Th SOd ;. Um | Sal, t ade b * KANTO KAGAKU K.K.) and having a total dry solid content «S 15% by weTght 

assh^ 
45 Coating liquid ll-(4) 

[0333] Coating liquid ll-(4) was an aqueous coating liquid containing a mixture of 1 00 parts by dry solid weiqht of the 

Tso^^Z^K T?lr\\ d V° yid WGi9ht ° f 9 Sl,y '- m0dified a'-ho.TtradeS ?var! 

KANTO KAGA^ f, * ^ 80hd ° f P-^^nzenesuIfonate sodium salt (made by 

KANIO KAGAKU K.K.) and having a total dry solid content of 8% by weight. 

Example II-7 



40 
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[0334] An ink jet recording material was produced by the same procedures as in Example II-6 with the following 
2: " TT? " qUid ,K3) USSd " Examp ' e "- 6 - the gel method silica P a ^s were replaced by ^mTa 
ZZTJtT^^ (tradSmark: WSSG - 1CA - by GRACE DAV ' SON C ° > an averse 
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Example M-8 

[0335] An ink jet recording material was produced by the same procedures as in Example II-6 with the following 

5 m336] IO The substrate sheet C-ll was replaced by a polypropylene synthetic paper sheet (trademark: GWG-1 40, made 
by OJI YUKAGOSEISHI K.K.). and 1 0 parts by dry solid weight of the p-hydroxybenzenesulfonate sodium salt contained 
in each of the coating liquid ll-(3) and ll-(4) was replaced by 1 5 parts by dry solid weight of arbutin (made by TOKYO 
KASEIKOGYO K.K.) 

10 Comparative Example 11-1 

[0337] An ink jet recording material was produced by the same procedures as in Example II-3 with the following 



exception. 

[0338] In the coating liquid ll-(1), no TIRON was contained. 



Comparative Example II-2 

[0339] An ink jet recording material was produced by the same procedures as in Example II-3 with the following 
20 ^340] ,Or |n the coating liquid ll-(1), the fine pigment particle C2-II were replaced by the fine pigment particles A3-II. 
Comparative Example H-3 

[0341] An ink jet recording material was produced by the same procedures as in Example II-3 with the following 

[0 X 342]' Or |n the coating liquid !l-(1), the TIRON was replaced by an ultraviolet ray-absorbing benzotriazole compound 
(trademark: JF-77, made by JOHOKU KAGAKU K.K.) 

Comparative Example H-4 

[0343] An ink jet recording material was produced by the same procedures as in Example II-3 with the following 

[0344] '°"n the coating liquid ll-(1), the TIRON was replaced by a hindered amine type photostabilizer (trademark: 
TINUVIN 144, made by CIBA-GEIGY). 

Comparative Example H-5 

[0345] An ink jet recording material was produced by the same procedures as in Example H-3 with the following 
exception 

40 r0346] In the preparation of thefine pigment particles C2-II, afterthe cationic acid was added, the resultantdispers.cn 
was pulverized and dispersed to such an extent that the resultant particles had an average secondary part.cle s.ze of 



700 nm. 
TESTS 



r0347] Each of the ink jet recording materials of Examples 11-1 to M-8 and Comparative Examples 11-1 to II-5 were 
subjected to the tests and evaluations of ink absorption, color density of recorded image, gloss of recorded images, 
light resistance of recorded images, and water resistance of recorded images, by the following methods^ 
[0348] The recording material was printed by using an ink jet printer (model: PM-770C, made by EPSON K.K.) 



Ink absorption 



[0349] A sample of the recording material having dimensions of 1 0 cm x 1 0 cm was attached to a center portion o 
an A size woodfree paper sheet, and solid printed with a black-coloring ink in an amount of 15 g/m*, and blotting of 
55 the ink from the solid ink print was observed by the naked eye. A woodfree paper sheet was superposed on the solid 
printed sample and an ink-absorbing time after which no ink was transferred from the sample to the superposed 
woodfree paper sheet namely within which the ink applied to the sample was completely absorbed in the sample, was 



measured. 
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Class 



4 
3 
2 
1 



Ink absorbing time 



Less than one second. 

One second or more but less than 5 seconds. 
Five seconds or more but less than one minute. 
One minute or more. 



10 



15 



55 



Color density of recorded images 
Gloss of recorded images 

[0351] The gloss of recorded images was evaluated at an angle of 20° from the image-recorded surface by the naked 



Class 



4 
3 
2 
1 



Gloss 



Excellent gloss comparable to color photograph. 
High gloss but slightly lower than color photograph. 
Glossy. 
Poor gloss. 



Light resistance of recorded images 

[0352] On the recording material, images in accordance with GRAPHIC TECHNOLOGY-PRFPRF^o nir-ixA, hata 
^-770C^^a^e^y'EPSON^<*K^''' "^^^^ DATA (SC ID), N 1 A, Portrait, were priffiec^iy us^ng^^nl^t P^intCT^note^ 

«r™ maoes w * re compa '* a wi,h th » - - — 



Class 



4 
3 
2 
1 



Fade 



Substantially no fading was found. " 
Slight fading appeared. Practically usable. 

Fading appeared and slight loss of color balance is found. Practically usable 

Significant fading appears and significant loss of color balance is found. Practically not usable. 



Water resistance of recorded imac-es 

fS reC ° rded ° n thS reC ° rding material Was stored for 24 hours - T ^n a water drop was dropped on 



Class 



4 
3 
2 
1 



Blotting of ink 



No blotting of ink is found. Excellent water resistance. 
Slight blotting of ink is found. Good water resistance. 
Blotting of ink is found. Practically usable. 
Significant blotting of ink occurs. Practically not usable. 



The test results are shown in Table 4. 
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Table 4 



10 



15 



20 



Item 

Examcie No. 


Ink 

absorption 


Recorded images 


Color 
density 


Gloss 


Light 
resistance 


Water 
resistance 


Example 


II-l 


2 . 


2.25 


3 


3 


3 


II-2 


4 


2.10 


2 


3 


3 


II-3 


4 


4C . ±~> 


3 


3 


3 


II-4 


4 


2 . 45 


4 


2 


3 


II-5 


4 


2. 10 


3 


4 


3 


ir-6 


4 


2.35 


4 


4 


3 


II-7 


3 


2 .25 


4 


4 


4 


II-8 


4 


2.35 


4 


3 


3 


Comparative 
Example 


II-l 


4 


2.30 


3 


1 


3 


II-2 


4 


1.85 


1 


4 


3 


II-3 


2 


1. 95 


2 


1 


3 


II-4 


2 


2. 00 


2 


1 


3 


II-5 


4 


1.55 


1 


4 


3 



25 



30 



35 



r03551 Table 4 clearly shows that the ink jet recording materials of the Examples 11-1 to II-8 in which fumed silica 
particles having an average secondary particle size of 300 nm and a phenol compound are contained in the recording 
stratum, exhibited high color density, high gloss and high resistance to light and water resistance of the recorded 
images. Particularly, the ink jet recording materials of Examples II-2 to II-8 in which the recording stratum .s consisted 
of a plurality of ink receiving layers, exhibited a high ink absorption and a high clarity of the ink images. Also, Examples 
11-1 to II-3 and II-5 to II-8 in which, as a phenolic compound, a hydroquinone derivative, a pyrocatechol derivative or a 
phenol-sulfonate salt was contained, exhibited a high color resistance of the recorded images. 
r03561 The comparative ink jet recording materials of Comparative Example 11-1 in which no image light resistance- 
enhancing agent was employed, Comparative Example II-3 in which a conventional ultraviolet ray absorber was em- 
ployed Comparative Example II-4 in which a photostabilizer was employed exhibited a unsatisfactory l.ght resistance 
of the recorded images. Also, the comparative ink jet recording materials of Comparative Example II-2 in which no 
fumed silica was employed, Comparative Example M S in which fumed silica particles having an average secondary 
particle size of more than 300 nm were employed, exhibited very poorcolor density and gloss of the recorded images, 
and thus in the comparative examples, the target ink jet recording materials of the present invention could not be 
obtained. 
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Examples II-9 to il-12 

r0357] In each of Examples II-9 to 11-12, a front surface of a substrate sheet C-ll was coated with a coating liquid II- 
5) having the composition as shown below in a dry solid amount of 20 g/m2 by using a die coater, and dned to form 
an ink receiving inside layer. Then the ink receiving inside layer surface coated with a coating liquid ll-(6) having the 
composrtion as shown below in a dry solid amount of 6 g/m* by using a die coater, to form an ink receiving outermost 
layer. 

Coating liquid ll-(5) (dry solid content: 12% by weight 
[0358] 



Component 


Parts by dry solid weight 


Fine silica pigment particles B-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 


100 
17 
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Coating liquid ll-(6) (dry solid content: 10% by weight 
[0359] 



Component 


Parts by dry solid weight 


Fine silica pigment particles C1-II 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 


100 
15 



w [0360] Then, the ink receiving outermost layer surface was impregnated with an aqueous solution containina 4°/ bv 
we,ght of bone acid in a coating dry solid amount of 0.25 g/m* in Examp.e II-9, 0.5 gin* in ExTmple Ho 1 0 oVm* in 

feSg :i^° ay T 2 m ,M2 ' * USi - 3 b - — ^ « *"»■ « ScZn^ ink 

/5 Example 11-13 

e^ion^ reC ° rdin9 materia ' ^ PmdUCed by the Same ? rocedu ^ as in Example II-9 with the following 

[0362] The coating liquid l.-(6) was replaced by a coating liquid ll-(7) having the composition as shown below. 



20 



25 



30 



Coating liquid ll-(7) (dry solid content: 7% by weight 
[0363] 



Component 


Parts by dry solid weight 


Fine silica pigment particles C-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 
Boric acid 


100 
15 
0.25 



35 



40 



En wa^omS." 31 " 9 Pr ° CedUre ^ "* rSCeiVin9 ° Uterm ° St ,ay8r With the boric ^id-containing aqueous 
Example 11-14 

ixSptiom" 1 reC ° rding mat6rial ^ Pr ° dUCed bV tHe Same P rocedures « in Example 11-9 with the following 

E5!!3„ T!!t b K r H aCid ^ ontainin 9 a ^ ueous sol ^i°n for the ink receiving outermost layer was replaced by an aqueous 
solution of 4% by dry sohd weight of borax (sodium tetraborate hydrate, and the borax solution nLb.OJOH) Sh O 

b^r^^ 



Examples 11-15 to 11-18 
S^i^ 

2n on 0° bO bv ?H ntainl If r tin ? HqUid f ° r thS reCe,Ving ° Utermost ^ was re ? laced by an aqueous 
" 1° °,: b f f. & °J' d We, 9 ht ° f Wodextrin. They-cyclodextrin solution was impregnated in a dry solid coating 

He in 1 in, T " 0 5 ^ " EXamP ' e IM6 - 1 ° in E * am ? le ""17 and 5.0 g/m* in Example^ 

11-1 8, in the ink receiv.ng outermost layer by using a bar coater, and dried. 

Example 11-19 

55 Siom" 1 rSCOrdin9 matenal ^ Pr ° dUCed bV the Same P rocedures ™ ^ Example II-9 with the following 

[0370] The coating liquid ll-(6) was replaced by a coating liquid ll-(B) having the composition as shown below. 



45 



50 
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Coating liquid I KB) (dry solid conten t: 10% by weight 



[0371] 



w 



15 



20 



25 



30 



35 



40 



Component 


Parts by dry solid weight 


Fine silica pigment particles C-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 
7-cyclodextrin 


100 
15 
1.0 



[0372] The impregnating procedure for the ink receiving outermost layer with the boric acid-containing aqueous 
solution was omitted. 

Example II-20 

[0373] An ink jet recording material was produced by the same procedures as in Example 11-9 with the following 

[O^TThe boric acid-containing aqueous solution was replaced by an aqueous ^^^Jl^Z 
weight of p-cyclodextrin. The p-cyclodextrin solution was impregnated ,n a dry sol.d coat.ng amount of 0.25 g/m by 
using a barcoater in the ink receiving outermost layer, and dried. 

Example 11-21 

[0375] A front surface of substrate sheet A-ll was coated with a coating liquid ll-(9) having the composition as shown 
bellw in a d™ so.id amount of 10 g/m* by using an air knife coater, and dried to form an mk receiv.ng ms.de under 
Sr-Then the inskJelder layer was coated with a coating liquid ,,-(10) having the composite as shown , below ,n 
a d^ sold amount of 5 g/m* by using an air knife coater, and dried to form an ink rece,v,ng .ns.de upper layer. The 

Sj^X^TSSTthe resultan^co'ating liquid ll-(11) layer was brought into contact, underpressure, wrth 
l^ZSZe^ surface of a casting drum at a peripheral surface temperature of 95'C, dned, and separated 
from the casting drum. 

Coating liquid ll-(9) (dry solid content : 15% by weight 
[0376] 



Component 


Parts by dry solid weight 


Synthetic silica particles (trademark: FINESILX-60, made byTOKUYAMA K.K., average 
secondary particle size: 6.0 urn average primary particle size: 15 nm) 
Zeolite particles (trademark: TOYO BUILDER, made by TOSO K.K., average part.de 
size: 1 .5 |im) 

Siiyl-modified polyvinyl alcohol (trademark: PVA-R1130, made by KURARAY) 


70 
30 
20 



45 Coating liquid ll-(10) (dry solid content: 12% by weight 
[0377] 



50 



Component 


Parts by dry solid weight 


Fine silica pigment particles A-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 


100 
15 



55 
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Coating liqu id ll-(11) (dry solid content: 12% by weight 
[0378] 



10 



Component 


[ Parts by dry solid weight 


Fine silica pigment particles A-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 
Stearic acid amide 


100 
25 
2 



[0379] The ink receiving outermost layer was impregnated with an aqueous solution of 4% by dry solid weioht of 
bone acid in a dry solid amount of 1 .0 g/m* by using a bar coater, and dried 9 
[0380] The resultant ink jet recording material had a high gloss. 

'5 Example 1 1 -22 

exceptions" "* * reC ° rdin9 materia ' WM * V the Same P rocedu ^ « In Example M-21 with the following 

cvcfodextHn 6 ^ TT* ^ ^ S ° ,Uti ° n ™* by aqUe0US solution of 10 % *V dry solid weight of y- 

coaSTo^m? ^ S am ° Unt ° f ™ C,odextrin -pregnated in the outermost layer was by using a ba" 

Example II-23 

[0383] A front surface of substrate sheet A-ll was coated with a coating liquid ll-(1 2) having the composition as shown 
be.ow ,„ a dry sohd amount of 1 2 g/m* by using an air knife coater and dried to fL an ink ml ins Saver The 

ry s^dTmo'um o' fSZT*™" ^ T * ^ ^ H "» haV ' ng C ° mp ° Siti ° n —^2^^ 
aned coating liquid ll-(13) layer hav.ng a water content of 150% based on the absolute dry weioht of the laver wa* 

tZ™Z7!lTc11 pr ^Z r ith a mirr ° r - finished peripheral surface * a %^2Z£ZZ 

from S cTst^ng drum.' * ^ ^ "* r6Ce,V ' n9 ° Uterm ° St ^ ThS d " ed OUte - ost ^ was separated 
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Coating liquid ll-(12) (dry solid content: 15% bv weight 
[0384] 



Component 


Parts by dry solid weight 


Synthet.c silica parties (trademark: FINESIL X-60, made by TOKUYAMA averaqe 
secondary particle size: 60 |im average primary particle size: 1 5 urn) 
Zeolite particles (trademark: TOYO BUILDER, made by TOSO K.K., average particle 
size: 1.5 jim) 

Silyi-modified polyvinyl alcohol (trademark: PVA R1130, made by KURARAY! 


70 
30 
20 



Coating liq uid ll-(13) (dry solid content: 12% by weig ht 
[0385] 



Component 


Parts by dry solid weight 


Fine silica pigment particles A1-II 

Polyvinyl alcohol (trademark: PVA 117, made by KURARAY) 
Stearic acid amide 


100 
15 

2 



E?LJ? r8C *,i'" g < "" ermos ' layer «"» "P'ognatod »sh an aqueous solution of 4% by dry solid waiqM of 
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Example II-24 

[0387] An ink jet recording material was produced by the same procedures as in Example II-23 with the following 
exception. 

5 [0388] The ink receiving outermost layer was impregnated with an aqueous solution of 10% by dry solid weight of 
y-cyclodextrin in a dry solid amount of 1 .0 g/m 2 by using a bar coater, and dried. 

Example II-25 

10 [0389] An ink jet recording material was produced by the following procedures. 

[0390] A surface of a casting base film consisting of a PET film (trademark: LUMIRROR-T, made by TORAY K.K.) 

having a thickness of 50 u.m was coated with a coating liquid ll-(14) having the composition as shown below in a dry 

solid amount of 5 g/m 2 by using a die coater and dried to form an ink receiving outermost layer. 

[0391] The ink receiving outermost layer was coated with a coating liquid ll-(15) having the composition as shown 
is below in a dry weight amount of 1 0 g/m 2 and dried to form an ink receiving inside upper layer. 

Coating liquid ll-(14),(dry solid content: 10% by weight 

[0392] 



Component 


Parts by dry solid weight 


Fine silica pigment particles A1-II 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 


100 
15 



25 

Coating liquid II-Q5) (dry solid content: 12% by weight 
[0393] 



Component 


Parts by dry solid weight 


Fine silica pigment particles B-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 


100 
17 



35 [0394] Separately, a front surface of a substrate sheet B-ll was coated with the coating liquid ll-(15) in a dry solid 
amount of 2 g/m 2 by using a bar coater and the coating liquid ll-(15) layer on the substrate sheet B-ll was superposed 
on the ink receiving inside upper layer on the PET Film and dried to bond the resultant ink receiving inside under layer 
to the ink receiving inside upper layer. Then, the PET film was peeled off from the ink receiving outermost layer. 
[0395] An ink jet recording material having a recording stratum consisting of ink receiving inside under and upper 

40 and outermost layers. 

Example M-26 

[0396] An ink jet recording material was produced by the same procedures as in Example II-25 with the following 
45 exceptions. 

[0397] After the PET film was coated with the coating liquid ll-(14) and dried, the resultant ink receiving inside upper 
layer was coated with an aqueous solution of 1 0% by dry solid weight of y-cyclodextrin in a dry solid amount of 1 .0 g/ 
m 2 by using a bar coater, and while the coated y-cyclodextrin solution layer is kept undried, the coating liquid ll-(15) 
for the ink receiving outermost layer was coated by using a bar coater and dried. 

so 

Example M-27 

[0398] An ink jet recording material was produced by the following procedures. 

[0399] A front surface of substrate sheet A-ll was coated with a coating liquid ll-(1 6) having the composition as shown 
55 below in a dry solid amount of 1 0 g/m 2 by using an air knife coater and dried to form an ink receiving inside under layer. 
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Coating liquid ll-(16) (dry solid content: 18% by weight 
[0400] 



Component 


Parts by dry solid weight 


Synthetic silica particles (trademark: FINESILX-60, madebyTOKUYAMA K K average 
secondary particle size: 6.0 jim average primary particle size: 1 5 ^m) 
Silyl-modified polyvinyl alcohol (trademark: PVA R1130, made by KURARAY) 
Cationic resin (trademark: CP103, made by SENKA K.K) 
Cationic resin (trademark: NEOFIX E117, made by NICCA KAGAKU K.K) 


100 

20 
15 
5 



[0401] The resultant ink receiving inside layer was coated with a coating liquid ll-(17) having the comoosition as 

shown be ow ,n a dry solid amount of 8 g/m* by using a roll coater, and while the coating liquid ZLeX *eoX 

TJZV ' oat,n 9 "« uid N 1 7) <ayer was brought into contact under pressure with a mirrored penpheml surface 

ra402? Z IT 8 Per ' Pheral SUrfaCe tem P £rature of 85 ° C and dried to form an ink receiving outerr^osHayer 
[0402] The ink recemng outermost layer was peeled off from the casting drum. 

Coating liquid ll-(17) (dry solid content: 25% by weight 

[0403] 



Component 


Parts by dry solid weight 


Emulsion of styrene-2-methylhexyl acrylate copolymer having a glass transition 
temperature of 75°C and an average particle size of 40 nm 
Colloidal silica having an average particle size of 30 nm 

Thickening and dispersing agent (alkylvinylether-maleic acid derivative copolymer) 
Releasing agent (lecithin) 


30 

70 
5 

1.5 



35 



40 



[0404] The ink receiving outermost layer was coated with an aqueous solution of 4% by dry solid weight of boric acid 
by us,ng a bar coater and dried, to impregnate boric acid solution in a dry solid amount of 7.0 g/n7therein 

Example II-28 

Sent" reC ° rdin9 materia ' Pr ° dUCed ^ S3me pr ° Cedures as in Exam P |e ""27 with the following 

cv^ 6 IvtTin e J nl< r6Cei k" 9 ° Utermost la y er was coate d with an aqueous solution of 10% by dry solid weight of y- 
cyclodextnn by usmg a bar coater to impregnate the y-cyclodextrin in a dry solid amount of 1 .0 ^therein and dn'ed 

Example II-29 



[0407] An ink jet recording material was produced by the following procedures 
45 T 1 h ? fr0nt SU , rfaCe ° f 3 substrate sh eet C-ll was coated with a coating liquid ll-(1 8) havinq the comoosition as 
shown be,ow ,n a dry solid amount of 20 g/m* by using a die coater and dried to form an Ink Zl^ ng iZltZ 

Coating liquid ll-(18) (dry solid content. 12% by weight 

[0409] 



50 



55 



Component 


Parts by dry solid weight 


Fine silica pigment particles B-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 


100 
17 



[0410] The ink receiving outermost layer was coated with a coating liquid ll-(1 9) having the composition as shown 
below ,n a dry sol.d amount of 6 g/m* by using a die coater, and dried to form an ink receding ZT^r 
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Coating liquid 9) (dry solid content: 1 0% by weight 
[0411] 



Component 


Parts by dry solid weight 


Fine silica pigment particles D-ll 

Polyvinyl alcohol (trademark: PVA 135, made by KURARAY) 


100 
15 



w [0412] The ink receiving outermost layer was coated with an aqueous solution of 4% dry solid weight of boric acid 
by using a die coater and dried, to impregnate boric acid solution in a dry solid amount of 1 .0 g/m 2 , in the outermost layer. 

Example II-30 

15 [0413] An ink jet recording material was produced by the same procedures as in Example II-29 with the following 
exception. 

[041 4] In the place of the aqueous boric acid solution, an aqueous solution of 1 0% by dry solid weight of y-cyclodextrin 
was coated in a dry solid amount of 1 .0 g/m 2 on the ink receiving outermost layer by using a bar coater to allow the y- 
cyclodextrin to be impregnated in the outermost layer. 

20 

Example 11-31 

[0415] An ink jet recording material was produced by the same procedures as in Example II-29 with the following 
exception. 

25 [0416] In the coating liquid ll-(19) for the ink receiving outermost layer, the fine alumina pigment particles D-M was 
replaced by fine silica pigment particles A1 -II. 

Example H-32 

30 [0417] An ink jet recording material was produced by the same procedures as in Example II-30 with the following 
exception. 

[0418] In the coating liquid ll-(19) for the ink receiving outermost layer, the fine alumina pigment particles D-ll was 
replaced by fine silica pigment particles A1-II. 

35 Example H-33 

[0419] An ink jet recording material was produced by the same procedures as in Example II-29 with the following 
exception. 

[0420] In the coating liquid ll-(19) for the ink receiving outermost layer, the fine alumina pigment particles D-ll was 
40 replaced by fine silica pigment particles A2-II. 

Example II-34 

[0421] An ink jet recording material was produced by the same procedures as in Example II-30 with the following 
45 exception. 

[0422] In the coating liquid ll-(19) for the ink receiving outermost layer, the fine alumina pigment particles D-ll was 
replaced by fine silica pigment particles A2-II. 

Comparative Example H-6 

50 

[0423] An ink jet recording material was produced by the following procedures. 

[0424] A front surface of a substrate sheet A-ll was coated with a coating liquid ll-(16) having the composition as 
shown below in a dry solid amount of 10 g/m 2 by using an air knife coater and dried to form a recording stratum. 

55 Comparative Example II-7 

[0425] The substrate sheet B-ll per se was employed as an ink jet recording material. 
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TESTS 
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[0426] The ink jet recording materials of Examples II-9 to 34 and Comparative Examples 6 to 7 were subjected to 
Tnl™ ? l,9ht resjstance ' co,or ^nslty and water resistance of the recorded images 

2 The image recording was carried out by using an ink jet printer (1 ) (model: PM-750C, made by EPSON K K ) 

ard co .) :a!;;c r ,ight resistance test > an ink jet printer & <™** ^ by H ^s? "™k- 

Light resistance of recorded images 

^R T SLSeD^'SS iZT? TECHNOLO c GY - P ^PRESS DIGITAL DATA EXCHANGE-STANDARD 
k i ^ r ( * ' P 9 3 ' ' mage name: Fruit basket and P a Se 14, Image name- Candle published 

by Juridical Foundation, NIHON KIKAKU KYOKAI) were printed in a glossy sheet mode on the in k jet record ^materS 
by using the ink jet pnnters (1 ) and (2). The resultant two types of prints were subjected to a fading test us in q ^xenon 
WJSZZSVE^ ELECTRIC DEVICES CO., mode,: Ci135F) at i temperature 3 

^^^X^ZZZ"*™* n ° n - teSted ima96S " 9ht ~«~« °< """9- w 



Class 



8 
7 
6 
5 
4 
3 
2 
1 



light resistance 



Substantially no fading is found. ~~ ™~ ~ — — - 

Very slight fading is found. 
Slight fading is found. 
Certain fading is found. 

Fading and loss in color balance are found. Practically usable. 

Fading and loss in color balance are more than class 4. 

Significant fading and loss in color balance are found. Practically not usable. 

Very significant fading is found. 



Uniformity of solid image 

Slhelrm 0 "^ ^-and magenta-coloring ink mixture solid image was printed on the recording material by 
usmg the pnnter (1), and uniformity of the solid image was evaluated by the naked eye in the following five classes 



Class 



5 
4 
3 
2 
1 



Uniformity of solid image 



Completely uniform. Extremely good. 
Substantially uniform. Good. 

Slightly uneven. Substantially no problem in practice. 
Uneven. Practically poor usability 
Very uneven. Practically not usable. 



45 Blotting of recorded images 

C0 '° red S °li d ima9eS With 3 b ' aCk C0 '° ring ink ' a ^"-coloring ink, a magenta-coloring ink and a yellow- 
rmaoes 9 ^ TTt T * "** * ^ ^ ^ (1) in SUCh a manner *. four cot red sold 

SSZ Z . at J he Clrcumferences there ° f «*h each other, and the ink-blottings in the boundaS of Se 
solid ,mages w.th each other is observed and evaluated by the naked eye in the following five classes 



50 



55 



Class 



5 
4 
3 
2 
1 



Ink blotting 



No ink blotting is found. Excellent. — 
Substantially no ink blotting is found. Excellent. 
Slight ink blotting is found. Practically substantially no problem. 
Ink blotting is certainly found. Slight problem occurs in practice. 
Significant ink blotting is found. Practically not usable. 
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Color density of recorded images 

[0433] A black-colored solid images printed on the recorded material by using the ink jet printer (1 ) was subjected 
to a measurement of color density by using a Macbeth reflection color density meter (model: RD-920, made by Mac- 

[0434] The measurement was repeated three times and an average value of the measurement data was calculated. 
Water resistance of recorded images 

[04351 Ink images were printed on the recording material by the printer (1 ), the printed images were stored for 24 
hours A water drop was dropped on the ink images, and one minute after the water dropping, the water was wiped 
off from the images, and the conditions of the water-wetted images was observed and evaluated by the naked eye in 
the following four classes. 



Class 



4 
3 
2 
1 



Water resistance 



Substantially no ink was removed. 
Ink was slightly removed. Practically no problem. 
Ink was practically removed. Practically usable.. 
Ink was significantly removed. Practically not usable. 



White sheet gloss 

[0436] A 75° specular gloss of non-printed portion of the recording material was measured in accordance with JIS 
25 P8142. 

[0437] The test results are shown in Tables 5 and 6. 
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SSL^'^^^^^H^f reC ° rding mat6ria,S ° f EXamp,eS "- 9 10 "" 34 exhibited a N8h light 

IS^^E^^ Sat ' SfaCt0ry C0, ° r denSity ' rssist — ^ totting and water'resist- 

San^rsra,^ 6 ffir^«rs^^ inven,ion has a high - - 

Claims 

1 . An ink jet recording material comprising: 

a substrate and an image-recording stratum located on at least one surface of the substrate, formed from at 
seS Zr W,n9 ° f ima 9 e - recordin 9 stratum comprising fine particles of at .east on7pPgment 

2. The ink jet recording materia, as claimed in claim 1 , wherein at least one ink receiving .ayer of the imaqe-recordina 

T^JrT^T PartiC,eS ° f " ' eaSt ° nS Si ' iCa C ° mDound se,ected f ™ the group clpZg S and 
alummos, cate and fine partic.es of at least one a.umina compound se.ected from the group cons sic o Z e 

" inThitlS T s ^ 9 H mate "t ? t' aimed in C ' aim 1 ° r 2 - Wh6rein the fine P artic,es ° f the compounds are 

• e^zrs^^; t an L o o n mC ,aims 1 to 3> wherein the fine partic,es of the — 

The ink jet recording material as claimed in any one of claims 1 to 4, wherein the fine oarticles of th* ainmin* 
compounds have a BET specific area of 50 to 300 m*/g and a pore volume of 0.2 to 1 0 

The ink jet recording material as claimed in any one of claims 1 to 5, wherein the fine oarticles of the alnmi™ 
300 nm^s ***** ^ *" ^ * * ^ d V—inas ^^JS^p^^ 

The ink jet recording material as claimed in any one of claims 1 to 6 wherein the fin* na rh>i Qe „f t ^ , ■ 
compounds areaproduct of hydrops ofanaluL 

le^%^°T^ZTr a> aS t Clai T d C ' aim 1 ° r *' Wh6rein the fine Partic,es 01 at least -»« compound 
selected from the group consisting of silica and aluminosilicate contained in the ink imaqe-recordina laver 

m m oriL r ° m an h Tr US S,UrrV COnta,nin9 S6COndary partiCl6S havi "9 a a —ge ^0^ £££ s'ize'oi 500 
nm or .ess, each of the seconder, particles consisting of an agglomerate of a plurality of prima™ parties hav^no 
an average primary particle size of 3 to 40 nm, with each other. ^ pamcles, having 

10 ' J^SJ^ZI^ " C ' aimed ^ ° f C ' aimS 1 ' 2 and 9 < Wherei " "» - are 

11. The ink jet recording material as claimed in claim 1 or 2, wherein the fine silica compound particles and the fine 
alumma compound particles are respectively products obtained by subjecting aqueous dispels containino 
pamcles of matenals for the silica compounds and the alumina compounds to pulverizat io^ Dmcedur^ u" 
pulvenzation and dispersion means under pressure selected from hoLoenfee^CTwu^^STo 8 
mogemzers and high speed stream-impacting homogenize., to such an extent tJt^Ze^ZZZ^s 



5. 



6. 



7. 



9. 
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have an average particle size of 1 jam or less. 

12. The Inkjet recording material as claimed in claim 1 or 2, wherein the image-recording stratum has at least one ink 
receiving inside layer formed on the substrate and an ink receiving outermost layer formed on the outer surface 

5 of the ink receiving inside layer. 

13. The inkjet recording material as claimed in claim 12, wherein the ink receiving inside layer of the image-recording 
stratum contains fine particles of gel method-silica, and the ink receiving outermost layer contains fine pigment 
particles of at least one member selected from the group consisting of the silica compounds and of the alumina 

10 compounds. 

14. The inkjet recording material as claimed in claim 13, wherein the fine pigment particles contained in the ink re- 
ceiving outermost layer are secondary particles having an average secondary particle size of 800 nm or less and 
each consisting of a plurality of secondary particles having an average primary particle size of 3 to 50 nm and 

15 agglomerated with each other to form a secondary particle. 

15. The inkjet recording material as claimed in claim 13, wherein the fine pigment particles contained in the ink re- 
ceiving outermost layer are fine fumed silica particles. 

20 16. The ink jet recording material as claimed in any one of claim 12 to 15, wherein the ink receiving outermost layer 
further contains a cationic compound. 

17. The inkjet recording material as claimed in claim 16, wherein the ink receiving outermost layer is one formed by 
coating a coating liquid prepared by subjecting a mixture of the fine pigment particles and the cationic compound 

25 to a mechanical mix-dispersing procedure, on a substrate surface; and drying the coated coating liquid layer on 

the substrate surface. 

18. The inkjet recording material as claimed in claim 13, wherein the fine silica particles contained in the ink receiving 
inside layers are porous particles each having a plurality of fine pores having an average pore size of 20 nm or less. 

30 

19. The ink jet recording material as claimed in claim 12, wherein the substrate exhibits non-absorbing property for 
aqueous liquids. 

20. The ink jet recording material as claimed in claim 12, wherein at least one ink receiving inside layer is formed from 
35 an aqueous coating liquid containing the fine pigment particles and a binder on the substrate; and the ink receiving 

outermost layer is formed from an aqueous coating liquid containing the fine pigment particles and binder on an 
outermost surface of the ink receiving inside layer, 

the ink receiving outermost layer being formed in such a manner that the aqueous coating liquid for the ink 
receiving outermost layer is coated on the aqueous coating liquid layer for the ink receiving inside layer adjacent 
40 to the ink receiving outermost layer, before the aqueous coating liquid layer is dried, and the both the aqueous 

coating liquid strata for the ink receiving outermost layer and the ink receiving inside layer are simultaneously 
dried, to thereby enhance the ink image-receiving property and the surface smoothness of the image-recording 
stratum. 

45 21. The ink jet recording material as claimed in claim 20, wherein the substrate is formed from an air-impermeable 
material. 

22. The ink jet recording material as claimed in claim 21, wherein the air-impermeable material for the substrate is 
selected from laminate paper sheets comprising a support sheet consisting of a paper sheet and at least one air- 
so impermeable coating layer formed on at least one surface of the support sheet and comprising a polyolefin resin. 

23. The ink jet recording material as claimed in claim 20, wherein the ink receiving outermost layer further comprises 
a cationic compound. 

55 24. The ink jet recording material as claimed in claim 20, wherein the ink receiving outermost layer exhibits a 75° 
specular surface gloss of 30% or more. 

25. The ink jet recording material as claimed in claim 20, wherein the ink receiving inside layer and the ink receiving 
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10 



15 



20 



25 



30 



outermost layer are formed in such a manner that the coating procedure of the coating liquid for the ink receivinq 
on ^meTl°; t t SUbStra,e C ° atin9 Pr ° CedUre ° f the C0atin 9 '^ id *"*e ink receiving out^SS 

^u^ 

26. The ink jet recording material as claimed in claim 25, wherein the simultaneous multi coating apparatus is selected 
from mult, coat.ng slot die coaters, multi coating slide die coaters, and multi coating curtain dff coaters 

27. The ink jet recording material as claimed in claim 20, wherein the ink receiving inside layer and the ink receivino 
outermost layer are formed by such a manner that the coating procedure of the coating liquid for the nk Sivino 
Z ?£Z ° nt0 t th t Substrate and the c -«ng P-cedure of the coating liquid for the in'k .LJtSS 
onto the adjacent ,nk rece.vmg .ns.de layer are successively carried out through a plurality of coatmg liquS° eedfnq 
slits of a plurahty of coating apparatuses located independently of each other. 9 

28 ' ITj^ i e !, reCOrdina m , aterial as claimed in claim 27, wherein the independent coating apparatuses are selected 
from slot die coaters, sl.de die coaters and curtain die coaters each having a single coating liquid-feedfng IT 

29. The ink jet recording material as claimed in claim 1, wherein the at least one ink receiving layer of the imaae- 
recording stratum comprising the binder and the fine pigment particle of at least one plgmifS^^X 
group cons-stmg of si.ica, a.uminosi.icate and «-, e-, 8 and 7 -a,uminas and having an average P aSS 2e ^ 1 
or less, further composes a light resistance-enhancing agent for images comprising at leasfone member seected 
from the group consisting of phenolic compounds, boric acid, borate salts and cycldextrin compounds 

30 ' ofTnlTn rCCO ? n9 materia ' 33 C ' aimed C ' aim 29 ' Wherein the ^age-recording stratum comprises a plurality 
of .nkreceiving .ayers superposed on each other, and an ink receiving layer located outermost of the^maqe 
recording stratum comprises the fine pigment particles and the binder "termcst or the .mage 

flnont at ' eaSt ° nS ink , reCeivin 9 la y er in the image-recording layer contains an image light resistance-enhancing 
^^^^Z^Z^ ^ ^ 9r °- — * ^-compounds, boric SJ 



31 



32. 



-Sinn .1! ^ 38 Cla,med in C ' aim 29 ' Wherein the fine P'9 ment P articles contained in the ink re- 

ce.vmg layer conta.n.ng the .rnage light resistance-enhancing agent are in the forni of secondary parades havinq 
an average secondary particle size of 1 jam or less and each consisting of a plurality of primal parac.es hav na 
an average pnmary particle size of 3 to 40 nm and agglomerated with each other. 9 

The Ink jet recording material as claimed in claim 29 or 30, wherein the phenolic compounds are selected from 
the group cons.st.ng of hydroquinone compounds, pyrocatecho, compounds and phenoLfonic acid c^unds 

33 ' ^ w 0" " C ' aimed " C ' aim 29 ° r 3 °' WhSrein thS Cyd0deXtrin COm P° unds are selected 

a-cyclodextrins, 
P-cyclodextrins, 
y-cyclodextrins, 
alkylated cyclodextrins, 
hydroxyalkylated cyclodextrins, 
and cation-modified cyclodextrins. 

so 34. The ink jet recording materia, as claimed in claim 29 or 30, wherein the cyclodextrin compounds are ^cyc.odextrins. 
35. The ink jet recording material as claimed in claim 29 or 30, wherein the image light resistance-enhancinq aaent is 

ennaTcfn wT™ 9 *»" *» C ° atin9 ^ "* , ~ eMn » ^ with a ^ °" * the image 7gh"resisLnoe 

enhancing agent and drying the coated solution. a issisiance 

55 36. The ink jet recording material as claimed in claim 29 or 30, wherein the content of the image light resistance 
enhancing agent in the ink receiving layer is 0.1 to 1 0 g/rrfi. 9 reslslance 

37. The ink jet recording material as claimed in claim 29 or 30, wherein the fine pigment particles are fine particles of 
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at least one member selected from fumed silica, amorphous silica, aluminas and alumina hydrates. 

38 The ink jet recording material as claimed in claim 37, wherein the fumed silica particles are in the form of secondary 
particles having an average secondary particle size of 300 nm or less and each consisting of a plurality of primary 
5 particles having a primary particle size of 3 to 50 nm and agglomerated with each other. 

39. The ink jet recording material as claimed in claim 29 or 30, wherein the ink receiving layer comprising the fine 
pigment particles and the binder further comprises a cationic compound. 

10 40. The ink jet recording material as claimed in claim 29 or 30, wherein the binder comprises at least one member 
selected from the group consisting of water-soluble polymeric compounds, latices of copolymers of conjugated 
diene compounds, latices of vinyl copolymers, water-dispersible acrylic resins, water-dispersible polyester resins 
and water-dispersible polyurethane resins. 

15 41. The ink jet recording material as claimed in claim'29 or 30, wherein the binder comprises at least one member 
selected from the group consisting of polyvinyl alcohol, partially saponificated polyvinyl alcohols, acetacetyiated 
polyvinyl alcohols, silyl-modified polyvinyl alcohols, cation-modified polyvinyl alcohols, and anion-modified polyvi- 
nyl alcohols. 

20 42. The Inkjet recording material as claimed in claim 29 or 30, wherein the substrate is formed from a ink-nonabsorbing 
material. 

43. The ink jet recording material as claimed in claim 29 or 30, wherein the surface of the image-recording stratum 
has a 75° specular gloss of 30% or more. 
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